; IMAGE RECORDING MEDIUM AND METHOD OF MANUFACTURING THE SAME 

BACKGROUND OF THE INVENTION 
Field of the Invention 
This invention relates to an image recording medium on 
which an image can be recorded as a latent image and a method 
of manufacturing the image recording medium. 

' Description of the Related Art 
♦ In order to reduce irradiation dose to the patients and/or 
to improve diagnostic perf ormance of the X- ray image in a medical 
radiography, there have been proposed various systems in which 
a photocpnductive body sensitive to X-rays is used as an image 
recording medium, and an electrostatic latent image formed on 
the photqconductive body upon exposure to X-rays .is read out . 
For example, see United States Patent Nos; 417 6 275, 5268569, 
5354982, and 4535468, "23027 Method and Device for, recording 
and transducing an electromagnetic energy pattern" ; Research 
Disclosure June 1983, Japanese Unexamined Patent Publication 
"No. 9 (1997) -5906, United States Patent No. 4961209, and "X-ray 
imaging using amorphous selenium"; Med Phys . 22(12). 

For example, the image recording medium disclosed in 
United States Patent No. ,4535468 comprises a conductive 
substrate (which functions as a recording light side electrode 
layer) which is formed of, for instance, a relatively thick 
(e . g . , 2mm) aluminum plate and is permeable to recording light 
. (an electromagnetic wave) , and a recording photoconductive 



layer which is formed of a photoconductive material containing 
a-Se (amorphous selenium) as a major component and is 100 to 
500jum in thickness , an intermediate layer (trapping layer) 0,01 
to 10 . Ojum thick which is formed of, for instance, AsS 4 , As 2 S 3 
5 and/or As 2 Se 3 and in which an electric charge of a polarity, of 
latent image generated in the recording photoconductive layer 
gets trapped and accumulates, a reading photoconductive layer 
which is formed of a photoconductive material containing a-Se 
i as. a major component and is 5 to 10 0|um in thickness and a reading 
10 /light side electrode layer which is formed of, for instance, 
' Au or ITO (indium- tin oxide) lOOnm thick and is permeable to 
reading light (an electromagnetic wave) which are formed on 
: the conductive" substrate in this order. There are further 
disclosed that it is preferred that the reading light side : 
15 electrode layer be used as the positive electrode layer from 
the viewpoint of better use of mobility of positive holes and 
that deterioration in S/N ratio/due to direct injection of an ' 
electric charge from the electrode' layer can' be prevented by 
- providing a blocking layer of organic material between the . 

20 reading light side electrode layer and the reading 
photoconductive layer. That is, the recording medium. is a 
multi - layered recording medium which is formed of a plurality 
of layers of photoconductive material containing a - Se as a major 
component and is high in dark resistance and response speed 
2 5 to reading. 

In order to increase the S/N ratio and to effect reading 
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simultaneously at a plurality of places (normally arranged in 
the main scanning direction) to shorten the reading time*, the 
reading light side electrode is sometimes shaped into a stripe 
electrode comprising a plurality of line electrodes arranged 
5 at intervals equal to the pixel pitch. See, for instance, 
Japanese Unexamined Patent Publication No. 10 (1998) -232824 . 
However it is difficult to form a stripe electrode layer on 
the reading photoconduc tive layer of the recording medium 
■disclosed in the aforesaid United States Patent. No. 4535468. 

10m This is because the stripe electrode layer is formed by 
photo-etching a solid elec trode layer and a - Se in the reading 
photoconductiye layer deteriorates in its properties under a 
high temperature (e.g., 200°C) to which the reading 
photoconduc .tive layer is subjected during, for instance, baking 

15 photoresist. / 

Further, alkali developer used for developing the 
photoresist emits harmful gas when brought into contact with 
the photoresist, and removal of the harmful gas complicates 
the manufacturing procedure and adds to the cost. 

20 This applicant has proposed, in Japanese Unexamined 

Patent Publication No. 10(1998) -232824, an image recording 
medium (an electrostatic recording medium) comprising a 
recording light side electrode layer which is formed of SnQ 2 
(riesa film) and is permeable to recording light (radiation) , 

25 : a recording photoconduc tive layer which is formed of a 
photoconduc tive material containing a-Se as a major component 
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v . and is 50 to lOOOjum in thickness, a charge transfer layer which 
is formed of, for instance, a-Se doped with 10 to 2 0 0ppm of 
organic material or CI and forms a charge accumulating portion 
for accumulating an electric charge of a polarity of latent 
5 image generated in the recording photoconductive layer on an 
interface between the recording photoconductive layer and the 
charge transfer layer, a reading photoconductive layer which 
is formed of a photoconductive material containing a-Se as a 
major component. and a reading light side electrode layer which 
'10 is permeable to reading light which are superposed one on another 
in this order. 

In the specification of Japanese .Unexamined Patent 
Publication No. 10(1998) -232824, there is no clear disclosure 
as for from which side the layers are formed, that is, whether 

15 ' the recording light side electrode layer is formed first and 
the reading light side electrode layer is formed last, or the 
reading light side electrode layer is formed first and the 
'recording light side electrode layer is formed las t . This means 
that the layers may be formed in whichever order. However, 

20 in the specification, there is proposed to use a conductive 
material layer such as a nesa film formed on a transparent glass 
plate (support) as the reading light side electrode layer and 
to use the reading light side electrode layer as the positive 
electrode layer. There is further proposed to form the reading 

2 5 light side electrode layer, by use of the semiconductor forming 
technique, as a stripe electrode layer or a comb electrode layer 

'.: ' ' ■ . 4 . . 
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comprising a plurality of comb teeth, electrodes arranged at 
intervals equal to the pixel pitch. In this case, the stripe 
electrode layer is first formed oil a transparent glass subs trate 
by photo - etching or the like and then the reading photoconductiye 
5 layer to the recording light side electrode layer are formed 
on the reading light side electrode layer . Though not clearly 
shown in the specification, it is easy for a person with ordinary 
skill in the art to come up with the idea of setting the pixel 
pitch to 50 , to. 200pm since it is important in the medical 

10 radiography to obtain a high S/N ratio wi th a. high sharpness . 

As in the aforesaid United States Patent No. 4535468, 
we have proposed in the aforesaid Japanese Unexamined Patent 
Publication No. 10 ( 19 98 ) - 2 32 824 to prevent deterioration in 
S/N ratio due to direct inj ection of a positive electric charge 

15 on the reading light side electrode layer by providing a blocking 
layer about 50 OA thick of inorganic material such as Ce0 2 between 
the reading light side electrode layer and the reading 
photoconductive layer . ; 

We have further studied the image recording medium 

20 proposed in our Japanese Unexamined Patent Publication No. 
10(1998) -232824 and have found the following, points. . 
1) A method of forming the stripe electrode layer in which 
a relatively thin (e.g., 50 to 200nm) ITO film is first formed 
on a transparent glass substrate and the ITO film is shaped 
"25 into a stripe electrode layer by photo - etching is suitable for 
forming a 'fine stripe pattern at low cost. 
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- 2) By forming the recording photoconductive layer of an a-Se 
layer 50 to 1000pm thick, a higher dark resistance is obtained. 
3) As the charge transfer layer, a laminated positive hole, 
transfer layer, formed by a first positive hole transfer layer 

. 5 0.1 to lpm thick which is of organic material and accumulates \ 

electrons to form a charge accumulating, portion and a second - 
. positive hole transfer layer 5 to 30p thick which is formed 
of a-Se doped with 10 to 200ppm of CI, transfers positive holes ' 
at high speed and is. less in positive hole traps , is advantageous 

10 from the viewpoint of af terimage and response speed to reading. 
. 4) To form the reading photoconductive layer of an a-Se layer 
0 . 05 to 0 . 5pm- thick is advantageous in obtaining a high dark 
■ -resistance.- • 

5) When the charge transfer layer is in the form of a laminated 

15 positive hole transfer layer comprising a first charge transfer 

layer 0.1 to 1pm thick which is of PVK, TPD or the like and 1 
a second charge transfer layer 5 to 3 0pm thick which is formed 
of a-Se doped with 10 to 2 0 0ppm of CI, the first charge transfer 
layer comes to exhibit high resistance to the electric charge 

20 of the latent image polarity (the polarity of latent image) 
while the second charge transfer layer comes to transfer the 
electric charge of the transfer polarity (the electric charge 
of the polarity to be transferred) at high speed, which is 
. advantageous from the viewpoint of afterimage iand response speed 

25 to reading. However, when the second charge transfer' layer 
is replaced by an a-Se layer 5 to 30pm thick and the a-Se layer 



„ is caused to double the second charge transfer layer and the 
reading photoconductive layer, a relatively excellent image 
recording medium can be manufactured with the manufacturing 
procedure simplified. 
5 That is, the image recording medium proposed in our 

Japanese Unexamined Patent Publication No. 10 (1998) -232824 is 
• an excellent multi-layered recording medium which is high in 
dark resistance and response speed to reading, and is preferably 
formed of a plurality of layers . of photoconductive material 
10 containing a-Se as a major component : 

As is well known, in an a-Se film, crystallization 
progresses with' time, which can give rise, to a so-called bulk 
crystallization problem that especially the dark resistance 
deteriorates. The bulk crystallization significantly occurs 
15 when the a-Se film is of non-doped or pure a-Se and progresses 
at higher speed as the temperature is higher. Accordingly, 
the af oresaid image recording medium which comprises many layers 
of non- doped a-Se is severely limited in working temperature 

• *' ■ • • ■ : ' 
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and .service, life. 
20 .Further, it has' been well known that inter facial 

crystallization progresses on an interface between an a- Se film 

and another material during the step of depositing films. For 
.'. example, when the recording light side electrode layer is 

deposited on the recoding photoconductive layer, the 
25 interf acial crystallization is apt to progress on the interface 

between the recording photoconductive layer and the recording 



light side electrode layer, which causes an electric charge 
to be directly inj ected into the recording photoconductive layer 
from the recording light side electrode layer during recording 
(where a high electric voltage is applied) , wHich deteriorates 
5. the S/N ratio. When the electrode layer is of a transparent 
oxide film, especially an I TO film, the inter facial 
; crystallization markedly progresses and deterioration in S/N 
ratio is significant. 

In the image recording medium described above, a latent 

10 image is recorded by accumulating in the charge accumulating 
portion the electric charge of the latent image polarity 
generated in the recording photoconductive layer upon exposure 
to a recording electromagnetic wave passing through an object, 
and reading is carried out by. coupling of charged pairs, ; 

15 . generated in the reading photoconductive layer upon exposure 
to a reading; electromagnetic wave passing through the reading 
light side electrode layer, with the electric charge of the 
latent image polarity in the charge accumulating portion. 

The charged pair generating efficiency of the recording 

20 photoconductive layer is proportional to the strength of the . 
electric field formed between the charge accumulating portion 
and the reading light side electrode layer. When the amount 
of the recording electromagnetic wave is reduced in order to 
reduce irradiation dose to the patients , the charge of the latent 

25 image polarity accumulated in the charge accumulating portion 
is reduced and the electric field formed between the charge 
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accumulating portion and the reading light side electrode layer • 
becomes, weak, which results in poor charged pair generating 
efficiency and deterioration in sensitivity of the image 
recording medium to the reading light . Increase of the amount 
5 of reading light in order to compensate for deterioration in 
sensitivity of the image recording medium to the reading light 
gives rise to a problem of increase in the cost or the dike. 

SUMMARY OF THE INVENTION. . 
In view of the foregoing observations and description, 

10 the primary object of the present invention is to provide an 
image recording medium provided with a photoconduc tive layer 
containing therein a-Se as a major component which is free from 
the problem of bulk crystallization and accordingly is 
relatively free from the limitation in working temperature and 

15 service life. 

Another object of the present invention is to provide 
an image recording medium in which interf acial crystallization 
due to deposition of the recording light side electrode layer 
onto the recording photoconduc tive layer can be suppressed, 

20 thereby suppressing the problem of deterioration of the S/N 
ratio. 

Still another obj ect of thepresent invention is to provide 
an image recording medium which is high in sensitivity to the 
reading light. > ' 

25 Still another obj ect of thepresent invention is to provide 

a method of manufacturing such an image recording medium. 

- 9. 



: In accordance with a first aspect of the present invention, 

there is provided an image recording medium comprising a support 
permeable to a reading electromagnetic wave and a firs t electrode 
layer (a reading light side electrode layer) permeable to the 
5 reading electromagnetic wave, a reading photoconductive layer 
which exhibits . conductivity upon exposure to the reading 
electromagnetic wave, a charge accumulating, portion which.; 
accumulates an electric charge of a latent; image polarity 
generated in a recording photoconductive layer,, the recording 

10 photoconductive layer which exhibits conductivity upon 
exposure to a recording electromagnetic wave and a second 
electrode layer (a recording light side electrode layer) 
permeable to the recording electromagnetic wave which are 
superposed on the support one on another in this order, at least 
.15 one of the recording photoconductive layer and the reading 
photoconductive layer being formed of a material containing 
a-'Se as a major component and doped with a material for 
suppressing bulk crystallization of a-Se. 

When both the recording photoconductive layer and the 

20 reading photoconductive layer, are formed of a material 
containing a-Se as a major component, it is preferred that both 
the recording photoconductive layer and the reading 
photoconductive layer be doped with a material for suppressing 
bulk crystallization of a-Se. 

25- It is preferred in view of high dark resistance that the 

recording, photoconductive layer be about 5.0 to lOOOjam in 

"• ■ 10 



thickness and the reading photoconduc t ive layer be about 0.05 
to 0 . 5jLim in thickness . When the charge accumulating portion 
is formed by providing a charge transfer layer between the 
recording photoconductive layer and the reading 
5 photoconductive layer, the charge transfer layer may be in the 
form of a layer of PVK or TPD 0.1 to l|im thick and the reading 
photoconductive layer may be a layer of a-Se 5 to 30pm thick. 

As the material for suppressing bulk crystallization of 
a-Se, for instance, As (arsenic) is preferred and the doping 

10 amount of As is preferably 0.1 to 0 . 5atom% arid more preferably 
6.33atom%. Doping a-Se with a large amount of As is attended 
by advers;e effect that positive hole traps' are increased and 
the photoconductive layer deteriorates in its inherent function, 
especially carrier mobility. Accordingly, the doping amount . 

15 of As should be limited within such a* range that the inherent 
function of the photoconductive layer is not greatly 
deteriorated. 

■ ... ' ' ■ ' • " • •• ; -v 

In order to prevent the adverse effect of doping a-Se 

with As, it is preferred that the photoconductive layer doped 

20 with As be further doped with, for instance, CI (chlorine) , 

and the doping amount of Cl is preferably 10 to 50ppm (on the 

atomic base, the same in the following) . More preferably, the 

doping amount of As is 0 . 3 3atom% and the doping, amount of Cl 

is 3 0 to 4 0ppm. 

25 The image recording medium in accordance with the first 

aspect of the present invention may be provided with one or 



more other layers interposed between the aforesaid layers so 
'long as the aforesaid layers are superposed in the aforesaid 
order. 

In accordance with a second aspect of the present invention, 
there is provided an image recording medium comprising a support 
permeable to a reading electromagnetic wave and a first electrode 
layer (a reading light side electrode layer) permeable to the 
reading electromagnetic wave, a reading photoconduc tive layer 
which exhibits conductivity upon . exposure to the reading 
electromagnetic wave, a charge transfer layer which behaves 
like. a substantially insulating material to an electric charge 
of a latent image polarity generated in a recording 
photoconduc tive layer and behaves like a substantially 
conductive material to the electric charge of the polarity 
opposite to the latent image polarity, the recording 
photoconduc tive layer which exhibits conductivity upon 
exposure to a recording electromagnetic wave and a second 
electrode layer (a recording light side electrode layer) 
permeable to the recording electromagnetic wave which are 
.superposed on the support one on another in this order,, the 
charge transfer layer being formed of a material containing 
a-Se as a major component and doped with a material for 
suppressing bulk crystallization of a-Se. - 
It is preferred that provision be made not to rob the 
charge transfer layer of its; function by said doping. For 
example, the charge transfer layer is preferably formed of a 



. material containing therein a-Se as a major component and doped 
with As in 0.1 to 0.5atom% and CI in 20 to 250ppm. 

■ When based on a charge transfer layer formed of a material 
containing a-Se as a major component and doped with 10 to 2 OOppm 
5 of CI; positive hole traps are increased and the function of 
the: charge transfer layer is deteriorated or lost by simply 
doping the charge transfer layer with As . Accordingly, in order 
to prevent the adverse effect of doping a-Se with As, the doping 
amount of As is limited to 0.1 to 0. 5atom% and the doping amount 
10 of CI is limited to 20 to 2 5 0ppm.« 

' The image recording medium in accordance with the second 
aspect of the present invention may be provided with one s or 
more other layers interposed between the aforesaid layers so 
long as the aforesaid layers are superposed in the Aforesaid 
15 order. ". '* ' • -- '" ' . • 

In the. image recording medium of the second aspect, based 
oh a charge transfer layer formed of a material containing a-Se 1 
as a major component and doped with 10 to 2 OOppm of ci , it is 
preferred that the doping amount of As be, 0.33atom% and the 
20 doping amount of CI be 30 to 40ppm. ' 

Further, in the image recording medium in accordance with 
. the first or second aspect of the present invention, the 
thickness of the recording photoconduc tive layer is preferably 
400 to 1000|um and more preferably 700 to lOOOjum. 
25 In accordance with a third aspect of the present invention, 

there is provided a method of manufacturing an image recording 

• • '■" . ■ ■ •'' • . ■ 13 ■ • ' ' ' 
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- medium comprising a support permeable to a reading 
electromagnetic wave and a first electrode layer permeable, to 
: . the reading electromagnetic wave, a reading photoconductive 
layer which exhibits conductivity, upon exposure to the reading . 
5 electromagnetic wave, a charge accumulating portion which 
accumulates an electric charge of a latent image polarity 
.generated in a recording photoconduc tive layer, the recording 
photoconductive layer which exhibits conductivity upon 
exposure to a recording electromagnetic wave and a second 
10 electrode layer permeable to the recording electromagnetic wave 
( . which are superposed on the support one'on another in this order, 
- the method characterized in that 

the recording photoconductive layer is formed in a 
thickness of 200 to lOOOjam by resistance heating deposition 
15 of an alloy material containing -therein Se as a maj or component 

and doped with 0.1 to 0;5atom% of As and 10 to SOppm of CI. 

• - • • ■ .... ■ 

In accordance with a fourth aspect of the present invention, 
there is provided a method of manufacturing an image recording 
medium comprising a. support permeable to a reading 

20 electromagnetic wave and a first electrode layer permeable to 
the reading electromagnetic wave, a reading photoconductive 
. layer which exhibits cpnduc tivity upon exposure to the reading 
electromagnetic wave, a charge transfer layer, which behaves 
like a substantially insulating material to ah electric charge 

25 of a latent image polarity generated \ in a recording 
photoconductive layer and behaves like a substantially 

•. . ' * , i4 ■ : 



conductive material to the electric charge of the polarity 
opposite to the latent image polarity, the recording 
photoconduc tive layer which exhibits conductivity upon 
exposure to a recording electromagnetic wave and a second 
electrode layer permeable to the recording electromagnetic wave 
which are superposed on the support one on another in this order, 
the method characterized in that 

the recording photoconduc tive layer is formed in a 
thickness of 200 to lOOOum by resistance heating deposition 
of an alloy material containing therein Se as a major component 
and doped with 0.1 to 0 ', 5atom%, of As and 10 to 50ppm of CI . 

/The reason why the recording photoconduc tive layer is 
formed by resistance heating deposition of an alloy material 
containing therein Se as a major component and doped with 6.1 
to 0 . 5atom% of As and 10 to SOppm of Gl is to make higher the 
As concentration at the extreme surface of the recording 
photoconductive layer facing the interface between the second 
electrode layer (the recording light side electrode layer) and 
the recording photoconductive layer than that inside the bulk 
by use of effect of fractional distillation during the resistance 
heating deposition . In order to obtain such an effect of 
fractional distillation, the resistance heating deposition in 
which deposition can be effected at a relatively low temperature 
is more suitable as compared with other deposition methods such 
as electron beam deposition, sputtering, and the like. 

The recording photoconduc tive 'layer may be formed in a. 



thickness of 400 to lOOOjum or 700 to 1000/im. 

In accordance with the first aspect of the present 
invention, since the recording photo conductive layer arid/or 
the reading photoconductive layer is formed of a material 
containing a -Se as a ma j or component , the image recording medium 
can be high in dark resistance, which results in a high S/N 
ratio. However, when the photoconductive layer is formed of 
pure a- Se material , the af oresaid problem bulk crystallization 
occurs. The material for suppressing bulk crystallization of 
a- Se slows down progress of bulk; crystallization and the 
limitation in working ' temperature and service life can be 
relaxed. 

Accordingly, the image recording medium in accordance 
with the first aspect of the present invention, can be high in 
• S/N ratio, can withstand a relatively high temperature and is 
long in service life. 

Doping a - Se with a material for suppressing bulk 
crystallization of a-Se, e.g., As , is attended by adverse effect 
on inherent function of the photoconductive layer as described 
above. However the adverse effect can be compensated for by 
doping with, for instance, CI together with the material for 
suppressing bulk crystallization of a-Se, e.g., As. 

In accordance with the second aspect of the present , 
invention', since the charge transfer layer is formed of a 
material containing a- Se as a major component and doped with 
a material for suppressing bulk crystallization of a-Se, 



progress of bulk crystallization is slowed down . Accordingly, 
the image recording medium in accordance wi th the second aspect 
of the present invention can withstand a relatively, high 
temperature and is long in service life . 
5 For example, when based on a charge transfer layer formed 

of a material containing a-Se as a major component and doped 
with 10 to 200ppm of CI , the charge transfer layer is doped 
with a predetermined amount of As and a predetermined amount 
of CI, progress of bulk crystallization, can be slowed down 

10 without deteriorating, the function of the charge transfer layer. 

In accordance with the methods of the third and fourth . 
aspects of the present invention, since the. recording 
photoconductive layer is formed by resistance heating i 
deposition of an alloy material containing therein Se as a maj or . 

15 component and doped with 0.1 to 0 . 5atom% of As and 10 to 50ppm ; 
of CI, the As .concentration at the extreme surface of the 
recording photoconductive layer facing the interface between 
the second electrode layer and the recording photoconductive i( 
layer is made higher than that inside the bulk as a result of 

2 0 fractional distillation of As and CI during the resistance 
heating deposition . As a result, interfacial crystallization 
due to deposition of the second electrode layer onto . the 
recording photoconductive layer is prevented, and 
deterioration in S/N ratio due to direct in j ection- of an electric 

25 charge from the electrode caused by the interfacial 
crystallization can be prevented. Further , in accordance with 
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our experiment, use of an alloy material containing Se as a 
major component and doped with 0. 3 5atom% of As and 20ppm of 
Cl resulted in better interf acial crystallization prevention 
than use of an alloy material containing Se as a major component 
and doped with 1 . Oatom% of As. This result means interf acial 
crystallization prevention by increasing the As concentration 
can be enhanced by using an alloy material doped with Cl in 
addition to As. 

Further, when the recording photoconduc tive layer is 
large in thickness (200 to 1000pm, preferably 400 to lOOOjim 
and more preferably 7 00 to 1000)um) , the resistance heating 
deposition is carried out taking a long time at a relatively 
Tow temperature and the As concentration at the extreme surface 
of the recording photoconduc tive layer is more increased by 
fractional distillation, whereby. the interf acial 
crystallization prevention effect can be enhanced. 

In accordance with a fifth aspect of the.present invention, 
there is provided an image recording medium comprising a support 
permeable to a reading electromagnetic wave and a firs t electrode 
layer (a reading light side electrode- layer) permeable to the 
reading electromagnetic wave (may be of a transparent oxide 
film such as I TO) , a reading photoconduc tive layer which is 
formed of a material containing a- Se as a major component and 
exhibits conductivity up; on exposure to the reading 
electromagnetic wave,, a charge accumulating portion which 
accumulates an electric charge of a latent image polarity 



generated in a recording photoconductive layer, the recording 
photo conductive layer which exhibits conductivity upon 
exposure to a recording electromagnetic wave and a second 
electrode layer (a recording light side electrode layer) 
permeable to the recording electromagnetic wave which are. 
superposed oh the support one on. another in' this order, wherein 
between the first electrode layer and the reading 
photoconductive ' layer : is provided .an' iriterfacial 
crystallization suppressing layer which is permeable to the 
reading electromagnetic wave and suppresses interf acial 
crystallization of a-Se. 

It is preferred that the. interf acial. crystallization 
suppressing layer has , in addition to the function of suppressing 
interf acial crystallization, functions of blocking an. electric 
charge from being directly injected from the first electrode 
layer, relieving thermal stress caused by the difference in 
thermal expansion coefficient between the first electrode and 
the reading photoconductive layer and firmly bonding the first 
electrode layer and the. "reading photoconductive layer in close 
contact with each other. 

In the case where the first electrode layer is in the 
form of a stripe electrode comprising a plurality of line 
electrodes arranged in a direction perpendicular to the 
longitudinal direction of each line electrode, it is preferred 
that the interf acial crystallization suppressing layer be 
provided continuously- along the upper surface (the surface 



facing the reading photoconduc tive layer) and the longitudinal 
side surfaces of each of the line electrodes. 

In order to suppress interf acial crystallization, the 
interracial crystallization suppressing layer need not be 
providedbetween the line electrodes . However., the interf aciai 
crystallization suppressing layer may be provided also on the 
upper surface of the substrate between the line electrodes for 
the purpose of simplicity of manufacture. That Is, the portion 
of the interfacial crystallization suppressing layer formed 
between the line electrodes during formation of the interfacial 
crystallization suppressing layer along the upper surface and 
the side surfaces of each line . electrode need not be removed . 

. It is preferred that the interfacial crystallization 
suppressing layer be formed of a material which is transparent 
and elastic and is excellent in function of blocking an electric 
charge from being directly injected from the first electrode 
layer. For example, it is preferred that the interfacial 
crystallization suppressing layer be formed of organic 
Insulating polymer such as polyamide, polyimide, polyester, 
polyvinyl butyral, polyvinyl pyrrolidone, polyure thane , 
pdlymethyl methacrylate or polycarbonate, or an organic film 
material such as a mixture of an organic, binder and a 
low-molecular organic material. 

. . The interfacial crystallization suppressing layer may 
generally be in the range of 0.05 to 5|im in thickness. The 
thickness of the interf acial crystallization suppressing layer 



is preferably in the range of 0.1 to 5 jam in order to relieve 
the thermal stress and in the range of 0.05 to 0.5jum in order 
to obtain an excellent blocking function without afterimage I 
A good compromise therebetween is 0.1 to O.Bjum. 

The image recording medium in accordance with the fifth 
aspect of the present invention may be provided with one or 
more other layers s.uch as charge transfer layer to be described 
later interposed between the aforesaid layers so long as the 
aforesaid layers are superposed in the aforesaid order. 

In accordance with a sixth aspect of the present invention , 
there is provided an image recording medium comprising a support 
permeable to a reading electromagnetic wave and a first electrode 
layer (a reading light side electrode layer) permeable to the 
reading electromagnetic wave, a; reading photoconductive layer 
which is formed of a material containing a - Se as a major component 
and exhibits conductivity upon exposure to the reading 
electromagnetic wave, a charge accumulating portion which 
accumulates an electric charge, of a latent image polarity 
generated in a recording photoconductive layer, the recording 
photoconductive layer which exhibits conductivity upon 
exposure to a recording electromagnetic wave and , a second 
electrode layer (a recording light side electrode layer) 
permeable to the recording electromagnetic wave which are 
superposed on the support one on another in this order, wherein 
the reading photoconductive layer is doped over the whole or 
in the surface area facing the first electrode layer with an 



interf acial crystallization suppressing material which 
suppresses interf acial crystallization of a-Se . 

When the reading pho toconductive layer is doped with the 
interf acial crystallization suppressing material in the 
5 surface area, a thin film which suppresses interf acial. 
crystallization of a-Se is formed nearest to the reading 
electromagnetic wave incident face. 

As the interf acial crystallization suppressing material , ', 
for instance, As (arsenic) is preferred and the doping amount . • 
:i0 of As is preferably 0.5 to 40atom%, and more preferably 5 to 
40atom% . When the doping amount of As is smaller than 0 . 5atom% , 
interf acial crystallization preventing effect is not 
sufficient, whereas when the doping amount of As is larger than .v'-' 
40 atom%, crystallization other than crystallization of Se, 
15 such, as As 2 Se 3 , becomes apt to occur .. 

When the thickness of the reading pho toconductive layer 
is in the range of 0.05 to 0.5jum, the response speed, in reading 
is not greatly affected even if the reading pho toconductive 
. layer is doped with As in an amount of 0.5 to 4 0atpm% over the 
' 20 whole. When the thickness of the reading photoconductive layer 
exceeds the range, it is preferred that the reading 
photoconductive layer be doped with As in an amount of 0 . 5 to 
40atom% only in the surface area facing the first electrode; 
layer. 

25 Increase in the positive hole traps and/or the electron 

traps by doping with As elongates durability of optical fatigue 



of the interface caused by pre - exposure as will be described 
later and sometimes contributes to stabilization of offset 
noise 

In such a case, the amount of increase in the positive 
hole traps or the electron traps can be controlled by changing 
the doping amount of As .• Up to about 5atom% , the positive hole 
traps increases, as the As concentration further increases, 
the electron traps becomes prominent, and when the doping amount 
of As is about '40atom% , the reading photoconductive layer 
exhibits properties like a-As 2 Se 3 , where the electron traps . 
greatly increases and only the positive holes are movable with 
the electrons hardly movable. The doping amount As may be 
selected according to the material of the f irst electrode layer 
and/or the material of a blocking layer provided between the 
first electrode layer and the reading photoconductive layer: 

Further, electron traps can be increased by doping with 
CI in an amount of 1 to IOOOppm in addition to As. Positive 
hole traps can be increased by doping with Na in an amount of 
1 to IOOOppm in place of As. The kind of doping material and/or 
the amount of the doping material may be • selected according 
to the material of the first electrode layer and/ or the material 
of a blocking, layer provided between the f irst electrode .layer 
and the reading photoconductive layer. * 

The image recording medium' in accordance with the sixth 
aspect of the present invention may be provided with one or 
more other layers such as charge transf er layer to be described 



later interposed between the aforesaid layers so long as the 
aforesaid layers are superposed in the aforesaid order . . 

In accordance with a seventh aspect of the present- 
invention, there is provided a method of manufacturing an image 
5 recording medium which is provided with an interf acial 
crystallization suppressing layer and a first electrode layer 
in the form of a stripe electrode comprising a plurality of 
line electrodes. The method of the seventh aspect is 
characterized in that the interf acial crystallization 

10 suppressing layer is formed by applying an interf acial 
crystallization .suppressing material in the longitudinal 
direction of the line electrodes. 

• The interf acial crystallization suppressing layer may 
be applied after forming the stripe electrode on a support of 

15 glass, organic polymer or the like by dipping, spraying, bar 
coating, screen; coating or the like. Dipping is advantageous 
in that the interf acial crystallization suppressing layer can 
be formed by simply dipping the support bearing. thereon the 
stripe electrode in solvent and taking it out from the solvent, 

20 and that a large size interf acial crystallization suppressing 
layer can be formed relatively easily. 

In accordance with, an eighth aspect of the present 
invention, there is provided an image recording medium 
comprising a support permeable to a reading electromagnetic 

25 wave and a first electrode layer permeable to the reading 
electromagnetic wave, a reading photoconduc tive layer which 

24 



is formed of a material containing a.-Se as a major component 
and exhibits conductivity upon . exposure to the reading 
electromagnetic wave, a charge accumulating portion which 
accumulates an electric charge of a latent image polarity 
generated in a recording photoconductive layer, the recording 
photoconductive layer which exhibits conductivity upon 
exposure to a recording electromagnetic wave and a second 
electrode layer permeable to the recording electromagnetic wave 
which are superposed ori the support one on another in this order , 
, wherein an interf acial crystallization suppressing layer 
which is permeable to the reading electromagnetic wave, 
suppresses inter facial crystallization of a-Se, and has v a 
function of blocking the electric/ charge at which the first 
conductive layer is electrified from being injected into the 
reading photoconductive layer is provided between the first 
electrode layer and the reading photoconduc tive layer , and 

the reading photoconductive layer is doped over the whole 
or in the surface area facing the interf acial crystallization 
suppressing layer with an interf acial crystallization 
suppressing material, which suppresses interf acial 
crystallization of arSe and a material . which increases traps 
for a charge of the polarity opposite to that at which the first 
electrode layer is electrified and reduces traps for the charge 
of the same polarity as the polarity at which the first electrode 
layer is electrified. " ... 

The interfacial crystallization suppressing layer 



suppresses interfacial crystallization of a-Se and at the same 
time has a function of blocking the electric charge at which 
the first conductive layer is electrified from being injected 
into the reading photoconductive layer . That the interfacial 
crystallization suppressing layer has a function of blocking 
the electric charge at which the first conductive layer is 
electrified ftom being injected into the reading 
photoconductive layer means, for instance, that the layer 
prevents the electric charge from moving to a space -charge layer 
formed on the interface between the reading photoconductive* 
layer and a blocking layer to be described later, thereby 
stabilizing the space -charge layer. 

: When the reading photoconductive layer is doped over the 
whole or in the surface area facing the interfacial 
crystallization suppressing layer with an interfacial 
crystallization suppressing material which suppresses 
interfacial crystallization of a-Se and a material which 
increases traps for a charge of the polarity opposite to that 
at which the first electrode layer is electrified and reduces 
traps for the charge of the same polarity as the polarity at 
which tlie first electrode layer is electrified, a negative 
space-charge layer * is formed in the whole reading 
photoconductive layer or the surf ace area facing the interfacial 
crystallization suppressing layer in the case where the first 
electrode layer is positively electrified and the second 
electrode layer is negatively electrified , whereas ., a positive 



space- charge layer is formed in the whole reading 
photoconductive layer or the surface area facing the interf acial 
crystallization suppressing- layer in the case where the first 
electrode layer is negatively electrified and the second 
5 electrode layer is positively electrified . 

The interf acial crystallization suppressing material may 
be As, and the doping amount of As is preferably 3 to 40atom% . 

When the first electrode layer is positively electrified, 
the material which increases traps for a charge of the polarity 

10 opposite to that at which the first electrode layer, is. 
electrified and reduces traps for the charge of the. same polarity 
as the polar ity at which the first electrode layer is electrified 
may be CI and the doping amount of CI is preferably 1 to lOOOppm. 

Whereas when the first electrode layer is negatively 

15. electrified, the material which increases traps for a charge 
of the polarity opposite to that at which the first electrode 
layer is electrified and reduces traps for the charge of the 
same polarity as the polarity at which the first electrode layer 
is electrified may be Na and the doping amount of Na is preferably 

2 0 1 to lOOOppm. 

It is preferred that the thickness of the region doped 
with both the interf acial crystallization suppressing material 
and the material which increases traps for a charge of the 
polarity opposite to that at which the first electrode layer 

25 is electrified and reduces traps for the charge of the same 
polarity as the polarity at which the first electrode layer 
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is electrified, that is, the region in which both the materials 
exist, be 0.01 to O.ljLim. ' ; 

It is preferred that the reading electromagnetic wave 
is 3 50 .to 5 5 0nm in wavelength. • 

The image recording medium in accordance with the eighth 
aspect of the present Invention may be provided with one or 
more other layers such as charge transfer layer to be described 
later interposed between the aforesaid layers so long as the 
aforesaid layers are superposed in the aforesaid order . 

In the image recording medium in accordance with the fifth 
aspect of the present invention, the interf aciai 
crystallization suppressing layer provided between the first 
electrode layer and the reading photoconductive layer (may be 
of , for instance , anorganic thin film) prevents a-Se from being 
in direct contact with material of the electrode such as ITO, 
whereby, chemical change of Se is prevented and inter.facial 
crystallization of Se is prevented. Accordingly; charge 
injection from the electrode due to interf acial crystallization 
cannot be increased and the problem of deterioration in S/N 
can be overcome . 

Further,, the interfacial crystallization suppressing 
layer may be provided with functions of blocking an electric 
charge from being directly injected from the first electrode 
layer, relieving thermal stress caused by the difference in 
thermal expansion coefficient between the first electrode and 
the reading photoconductive layer and firmly bonding the first 



electrode layer and the reading photoconductive layer in close 
contact with each other so that deterioration in S/N ratio can 
be prevented and structural failure such as breakage of the 
reading photoconductive layer and/or the support and/or peeling 
from each other due to thermal : stress can be prevented. 

In the case where the first electrode layer is in the 
form of a stripe electrode, when each of the line electrodes 
is covered with the interf acial crystallization suppressing 
layer continuously along the upper surface and the longitudinal 
side surfaces thereof, the reading photoconductive layer can 
be surely prevented from being in contact with the first 
electrode layer and interf acial crystallization of a-Se can 
be surely prevented. 

Further, by simply applying an interf acial 
crystallization suppressing material , e.g., an organic polymer 
material, in the longitudinal direction of the. line electrodes, 
the reading photoconductive layer can be surely kept away from 
the electrode . 

In the image recording medium in accordance with the sixth 
aspect of the present invention, -chemical change of Se at the 
interface between the reading photoconductive layer and the 
first electrode layer is prevented and interf acial 
crystallization of Se is prevented by the interf acial 
crystallization suppressing material in the reading 
photoconductive layer, whereby deterioration in S/N ratio due 
to local change of photoelectric properties of the reading 



photoconductive layer can be prevented. When the reading 
photoconductiye layer is doped with the inter facial 
crystallization suppressing material in the surface area, a 
result substantially equivalent to that obtained when a thin 
film which suppresses interfacial crystallization of a-Se is 
formed nearest to the reading electromagnetic wave incident 
face can be obtained and interfacial crystallization of a-Se 
in the reading photoconductiye layer can be more surely 
suppressed. 

Positive hole traps or electron traps are generally 
increased at the interf ace by doping with As, which deteriorates, 
the f unctions of the photoconductive layer . However , increase 
in the positive hole traps or the electron traps elongates 
durability of optical fatigue and sometimes contributes to 
stabilization of offset' noise. The durability of optical 
fatigue can be adjusted by doping with CI or Na in an amount 
of 1 to iOOOppm in addition to As. 

Further, in the image recording medium in accordance with 
the eighth aspect, a positive or negative space-charge layer 
is formed in the reading photoconductive layer, which increases 
the strength of the electric field and the charged pair, 
generating efficiency, thereby increasing the sensitivity to 
the reading light. 

When the/reading photoconductive layer is doped with As 
in an amount of 3 to 40atom%, the space-charge layer can be 
formed efficiently without deterioration in inherent functions 



of the photoconductive layer and the charged pair generating 
efficiency can be further increased. 

When the first electrode layer is positively electrified, 
and As is employed as the materia! for suppressing interfacial 
crystallization of a-Se with 1 to lOOpppm of CI or Na used as 
the material which increases traps for a charge of the polarity 
opposite to that at which the first electrode layer is 
electrified and reduces traps for the charge of the same polarity 
as the polarity at which the first electrode layer is electrified, 
the positive or negative space -charge layer can be formed more 
efficiently without deterioration in inherent functions of the 
photoconductive layer and the charged pair generating 
efficiency can be further increased. 

When the thickness of the region doped with ; both the 
interfacial crystallization suppressing, material and the 
material which increases traps for a charge of the polarity 
opposite to that at which the first electrode layer is 
electrified and reduces traps for the charge of the same polarity., 
as the polarity at which the first electrode layer is electrified 
is 0.01 to 0.1pm, the thickness of the doped region becomes 
not larger than the depth of reading light absorption of the 
reading photoconductive layer and the charged pair generating 
efficiency can be further increased. • 

Further, when the reading electromagnetic wave is 350 
to 550nm in wavelength, the charged pair generating efficiency 
can be further increased. < 



BRIEF DESCRIPTION OF THE DRAWINGS 
Figure 1A is a perspective view of an image recording 
medium in accordance with a first embodiment of the present 
invention^ . . 

5 : - Figure IB is a cross-sectional view of a part of the image 

recording medium shown in Figure 1A, . 
1 Figure 2 is a .schematic view showing an electrostatic 

latent image recording apparatus using the image recording 
medium of the first embodiment together with an electrostatic. 
10 latent image reading apparatus, 

Figure 3A is a perspective view of an image recording 
medium in accordance with a second embodiment of the. present 
. invention/: 

Figure 3B is a cross-sectional view of a part of the image 
15 recording medium shown in Figure 3A, 

Figure 4 is a fragmentary cross-sectional view showing 
modification of the image recording medium of the second 
embodiment, 

Figure- 5A is a perspective. view of an image recording 
20 medium in accordance with a third embodiment of the present 
invention, 

Figure 5B is a cross - sectional view of a part of the image 
recording medium shown in Figure 5A, 

Figure 6A is a perspective view of an image recording 
25 medium in accordance with a fourth embodiment of the present 
invention, " 



Figure 6B is a cross - sectional view of a part of the image 
recording medium shown in Figure 6A, 

Figures 7A to 7C are views for illustrating an example 
of a method of manufacturing the image recording medium of the 
fourth embodiment, 

Figures 8A and 8B are views illustrating the image 
recording medium of the fourth embodiment in the course oif 
manufacture, 

Figure 8C is a view for illustrating the drawback involved 
when manufacturing the same in a different method, 

. Figure 9A is a schematic view showing an electrostatic 
latent image recording apparatus using the image recording 
medium of the fourth embodiment together with an electrostatic 
latent image reading apparatus, . • 

Figure 9B is an enlarged perspective view showing a part 
of the recording/reading apparatus shown in Figure 9A, . 

Figures 10A to IOC are views for illustrating recording 
of a latent image oh the image recording medium of the fourth- 
embodiment, ' 

Figure II A is a perspective view of an image recording 
medium in accordance with a fifth embodiment of the present 
invention, 

Figure 11B is a cross-sectional view of a part of the 
image recording medium shown in Figure 11A, 

Figures 12A to 12D are views for illustrating recording 
a latent image on the image recording medium of the fifth. 



embodiment and reading the latent image therefrom, and 

Figure 13 is a view showing the relation between the 
distance from the incident surface of the reading light and 
the strength of the electric field. 
5 DETAILED DESCRIPTION OF THE INVENTION 

As shown in Figures 1A and IB (especially in Figure IB) , 
an image recording medium 10 in accordance with a first 
embodiment of the present invention comprises a support 8 
permeable to reading light (e.g. , blue' region light not longer 

10 than 5 5 Ohm in wavelength) , and a reading light side electrode 
layer 5 permeable to the reading electromagnetic light, a reading 
photoconductive lay.er 4 which exhibits conductivity upon 
exposure to the reading light, a charge transfer layer 3 which 
behaves like a substantially insulating material to an electric 

15 charge of a latent image polarity at which a recording light 
side electrode layer 1 is electrified and behaves like a 
substantially conductive material to the electric, charge of 
the polarity opposite to the latent image polar ity, the recording 
photoconductive . layer 2 which exhibits conductivity upon 

20 exposure to recording light (e.g. , a radiation such as X-rays) 
and a recording light side electrode layer 1 permeable to the 
recording light which are superposed on the support 8 one on 
another in this order. A charge accumulating portion 23 which 
accumulates an. electric charge of the latent image polarity 

25 generated in the recording photoconductive layer 2 is formed 
at the interface between the recording photoconductive layer 



2 and the charge transfer layer 3 . In the following embodiments , 
it is assumed that the recording light side electrode layer 
is negatively electrified and the reading light side electrode 
is positively electrified so that a negative charge (a charge 
5 of the latent image polarity) is accumulated in the charge 
accumulating portion and the charge transfer layer is caused 
to function as a positive hole transfer ; layer in which the 
positive charge (the transfer polarity) is higher in mobility 
than the negative charge (the latent image polarity) . , 

10 When manufacturing the image recording medium 10 of this 

embodiment, the reading light side electrode layer 5 is first 
formed on the support 8 , and then the reading photo conductive 
layer 4, the charge transfer; layer 3, the recording 
photoconductive layer 2 and the recording light side electrode 

15 layer. 1 are superposed on. the reading light side electrode layer 
5 in this order. , ■ ' 

The image recording medium 10 may be not smaller than 
20 x 20cm and, when to be used as a recording medium in chest 
radiography, may be '43 "4 3 cm in effective size. 

20 The support 8 should be of a material which is transparent 

to the reading light, is deformable with change in the 
environmental temperature and is in the range of a fraction 
to several times of the material of the reading photoconductive 
layer 4 in thermal expansion coefficient . Preferably the 

25 material of the support 8 is substantially the same as the 
material of the reading photoconductive layer 4. Since the 



reading photocpnductive layer 4 is of a-Se, it is preferred 
that the support 8 is of a material whose thermal expansion 
coefficient is 1 . 0 to 10.0 X 10" 5 /K (40°C) taking into account 
that the thermal expansion coefficient of Se is 3 . 68><10" 5 /K (40°C) . 
More preferably the support 8 is of a material whose thermal 
expansion coefficient is 1.2 to 6. 2xlO' 5 /K (40°C) and most 
preferably 2.2 to 5 . 2*10 - 5 /K (40°C) . For example, an organic 
polymer material maybe used. 

: With this arrangement, the support 8 and the reading 
photoconduc tive layer (a-Se film) 4 can be matched with each 
other in thermal expansion so that failure due to the dif ference 
in thermal expansion coefficient; e.g., breakage of the reading 
photoconduc tive layer 4 and/or the support 8 and/or peeling 
from each other due to thermal stress, can be avoided even if 
the image recording medium 10 is subj ected to a large temperature 
change cycle, for instance, during transportation by ship in 
a cold country. Further, the support of an organic polymer 
support is stronger against impact than a glass support. 

The recording light side electrode layer 1 and the reading 
light side electrode layer 5 should be permeable respectively 
>to the recording light and the reading light. For example, 
a nesa film (Sn0 2 ) , an I TO film ( indium tin oxide) or an IDIOX 
film (Idemitsu Indium X-metal Oxide: amorphous transparent 
oxide film; IDEMITSU KOUSAN) .in a thickness of 50 to 200nm may 
be employed . When an X-ray is used as the recording light, 
the recording light side electrode layer 1 need not be 



transparent to visible light and accordingly, may be of, for 
instance,. Al or Au in a thickness of lOOnm. 

' Each of the recording light side electrode 1 and the reading 
light side electrode 5 is a flat electrode in this particular 
embodiment. However the- electrode may be a stripe electrode 
comprising a plurality of line electrodes arranged in a direction 
perpendicular to the longitudinal thereof. .In this case; an 
insulating material may be provided between the line electrodes 
though need not be provided . . . . . 

The recording photoconductive layer 2 may be formed of 
any material which becomes conductive upon exposure to the 
recording light. For example 1 , the recording photoconductive 
layer 2 may be formed of a photoconductive material containing; 
therein at least one of a-Se; lead oxide (II) or lead iodide 
(II) such as PbO, Pbl 2 , or the like; Bi 12 (Ge, Si)O 20 ; and 
Bi 2 l3/organic polymer nano- composite . . Among these 
photoconductive materials , a-Se is most advantageous, in that 
it is relatively high in quantum efficiency to radiation and 
high in dark resistance. 

When the recording photoconductive layer 2 is of a material 
containing therein a-Se as a major component, the thickness 
of the recording photoconductive layer 2 is preferably not 
smaller than 5 0jum and not larger than 10 00 jam. When the recording 
photoconductive layer 2 is in the, range in thickness, it can 
sufficiently absorb the recording light. 

When the recording photoconductive layer 2 is of a material 



containing therein. a-Se as a major component, the problem of 
bulk crystallization is apt to occur . 

As the charge transfer layer 3, those in which the 
difference in mobility between negative and positive. charges 
is larger (e.g., not smaller than 10 2 , and preferably not smaller 
than 10 3 ) is better, and organic compounds such as N- polyvinyl 
carbazole (PVK) , N,N' - diphenyl -N, N 1 -bis ( 3 -methylphenyl ) - 
[1 , 1 1 -biphenyl] -4 , 4 1 -diamine (TPD) and a discotheque liquid 
crystal ,\ dispersion . of TPD in : polymer '(polycarbonate, 
polystyrene, PUK or the like) ; or semiconductors such as a - $e 
doped with 10 to 2 0 0ppm of CI are suitable . Especially', organic 
compounds such as PVK, TPD and discotheque liquid crystals, are 
preferred because of their insensi tivi ty to light; That is, 
those organic compounds hardly exhibits conductivity upon 
exposure to the recording light or the reading light / Further, 
since those organic compounds are generally small in dielectric 
constant, which makes smaller the capacities of the charge 
transfer layer 3 and the reading photoconduc t ive layer 4 and 
increases the signal fetch efficiency upon reading. When the 
charge transfer layer 3 is of a material containing therein 
a-Se as a major component (e.g., a-Se doped with 10 to 200ppm 
of CI) , the problem of bulk crystallization is apt to occur. 

When the charge transf er layer is higher in charge mobility 
in the vertical direction (the direction of thickness of the 
layer) than that in the horizontal direction , the electric charge, 
of the transfer polarity can move at high speed in the vertical. 



direction arid is less apt to move in the horizontal direction, 
whereby sharpness can be enhanced . As the material of the charge 
transfer layer, discotheque liquid crystals, 

hexapentyloxytriphenylene (Physical Review LETTERS 7 0.4, 1933 ) , 
discotheque liquid crystals containing a 7t conjugate condensed 
ring or transition metal in its core (EKISHO VOL No . 1 1997 P55) 
and the like are suitable; , 

When the charge transfer layer 3 is in the form of a 
laminated positive hole transfer layer comprising a first charge 
transfer layer which is of a material substantially insulating 
to a charge of the same polarity as the latent image polarity 
and a second charge. transfer layer which is substantially 
conductive to a charge of the, polarity opposite to the latent 
image polarity with the first charge transfer layer faced toward 
the recording photoconduc tive layer 2 and the second charge 
transfer layer faced toward the reading photoconduc tive layer 
4, the first charge transfer : layer comes to exhibit high 
/resistance to the electric charge of the latent image polarity 
while the second charge transfer layer comes to transfer the 
electric charge of the transfer polarity af high speed, whereby 
the charge transfer layer can be excellent in afterimage and 
response speed to reading. Specifically, the first charge 
transfer layer may be a PVK layer or a TPD layer (an organic 
layer) 0.1 to ljum thick and the second charge transfer layer 
may be a layer of a-Se 5 to 30pm thick doped with 10 to 2 OOppm 
of Cl so' that the second charge transfer layer is thicker than 



thefirst charge transfer layer . Also, in this case, the problem 
of bulk crystallization is apt to occur since the second .charge 
transfer layer is of a material containing therein a-Se as a 
major component. , 

A layer of PVK is higher in tendency to act as a 
substantially insulating mater ial to the electric charge of 
the same polarity as the latent image polarity (negative in, 
the aforesaid example) than a layer of TPD, and a layer of TPD 
is higher in tendency to act as a substantially conductive 4 
material to the electric charge of the transfer polarity/ 
(positive in the aforesaid example) than a layer of PVK. 
Accordingly, the charge transfer layer may comprise a layer 
of TPD and a layer of PVK superposed so that the layer of TPD 
is faced toward :the reading photoconductive layer 2 and the 
layer of PVK is faced .toward the recording photoconductive layer 
4 .' ' , . ' " . •• . . : • : . '.; • ' • :- 1 ' 

The charge transfer layer 3 may comprise three of moire 
layers . In this case, the layers are superposed so that tendency 
to act as a substantially insulating material to the electric 
charge of the same polarity as the latent image polarity is 
increased toward, the recording photoconductive layer 2 and 
tendency to act as a substantially conductive material to r the 
electric charge of the transfer polarity is increased toward 
the reading photoconductive layer 4. : 

The reading photoconductive layer 4 may be suitably formed 
of photoconductive material which includes as its major 



component at least one of a-Se, Se-Te, Se-As-Te, metal-free 
phthalocyanine, , metallophthalocyanine, MgPC (magnesium 
phthalocyanine) , VbPc (phase II of vanadyl phthalocyanine) and 
CuPc (copper phthalocyanine) . 

Further, when the reading photoconductive layer 4 is of 
a material which is high in sensitivity to an electromagnetic 
wave in near -ultraviolet to blue region (3 0 0 to 55 Onm) and low 
in sensitivity, to an electromagnetic wave in red region (not 
shorter than 7 0 Onm) , e . g . , a photoconductive material 
containing as a major component at least one of a-Se, Pbl 2 > 
Bii2 (Ge, Si) O 2 0f perylenebisimide (.R=n- propyl) and 
perylenebisimide (R=n -neopentyl ) , the reading photoconductive 
layer 4 can be large in band gap and accordingly can be small 
in dark current due. to heat, whereby noise caused by the dark 
current can be reduced by using an electromagnetic wave in 
near-ultraviolet, to blue region. as the reading light. 

It is preferred that the sum of the thickness of the charge 
transfer layer 3 arid the thickness of the reading photoconductive 
layer 4 be not larger than 1/2 of the thickness of the recording 
•photoconductive layer 2 , and the smaller the sum of the thickness 

of the charge transfer layer 3 and the thickness of the reading 

"' . ' - . ■ 

photoconductive layer 4 is (e.g. / not larger than 1/10 or 1/20 
of the recording photoconductive layer 2 ) , the higher the reading 
response is . 

In this embodiment, the reading photoconductive layer 
4 is of a material containing therein a-Se as a major component 



and is 0.05 to 0.5|um thick. 

By replacing the second charge transfer . layer of a-Se 
doped with 10 to 2 0 0ppm of CI by an a-Se layer 5 to 3 0jum thick, 
the a-Se layer can be caused to double the second charge transfer 
layer and the reading photo.conductive ' layer 4. With this 
arrangement, a relatively excellent image recording medium can 
be manufactured with the manufacturing procedure simplified. 
Also in this case, the problem of bulk, crystallization is apt 
to occur since the reading phptoconduc tive layer 4 is of a 
material containing therein a-Se as a major component. . 

The problem of bulk crystallization which is caused when 
the recording photoconduc tive layer 2 , the reading 
photoconduc tive layer 4 and/or, the charge transfer layer 3 is 
formed of a material containing therein a-Se as a major component 
and a. method of overcoming the 'problem will be described, 
here inbe low'. » • 

As is well known, in an a-Se film, crystallization 
progresses with time, which can give rise to. a so-called bulk 
crystallization problem that especially the dark resistance 
deteriorates,. The bulk crystallization significantly occurs 
when the a-Se film is of non-doped or pure a-Se and progresses 
at higher speed as the temperature is higher. 

. Accordingly, when the recording photoconduc tive layer 
2 , the reading photoconduc tive layer 4 and/or the charge transfer 
layer 3 is formed of non- doped a-Se, the image recording medium 
10 is severely limited in working temperature and service life. 



Further, as is well known/' when a-Se is doped with a 
predetermined material, especially As, progress of bulk 
crystallization can.be slowed down . However, when a-Se is doped 
wi th an excessive amount of As , positive hole traps are increased 
to give rise to a problem that the inherent functions of the 
photoconductive layer deteriorate. In order to avoid this 
problem, the. As doping amount is preferably limited to 0.1 to 
0.5atom%, and more preferably 0 . 3 3atom% . The charge transfer 
layer 3 may be doped with any bulk crystallization suppressing 
material without limited to As .. r ' 

In order to positively avoid; the problem, the charge 
transfer layer may be doped with a very small amount of, e.g., 
10 , to SOppmy CI in addition to As . As disclosed in 
"Time - of - Flight Study of Compensation Mechanism in a- Se Alloys '* 
(JOURNAL OF IMAGING SCIENCE AND TECHNOLOGY/Vol .41, Number 
,2 , Mar. / Apr . .1997 ) , by doping pure a-Se with 0 . 3 3a torn % of As 
together with about 3 0 to 4 0ppm of CI, increase in' the positive 
hole traps due to As-dope can be compensated for by. CI -dope. 

By doping the recording photoconductive layer and/or the 
reading photoconductive layer of pure a-Se material with such 
a small amount of As and CI, a long service life image recording 
medium which is excellent in S/N ratio and withstands a 
relatively high temperature can be realized without involving 
a severe adverse effect. 

When the recording photoconductive layer 2 contains a 
large amount of non-doped a-Se, interf acial crystallization 



is apt to occur on the surface of the recording photoconduc tive 
layer 2 due to heat generated upon deposition of the recording 
light side electrode layer 1 on the recording photoconduc tive 
layer 2. When interf acial crystallization occurs, direct 
injection of a charge from the electrode 1 into the recording 
photoconduc tive layer 2 occurs during recording ( to be described 
later) when a high electric voltage is applied / which can result: 
in deterioration in S/N ratio. . < 

When the recording photoconduc tive layer is formed by 
resistance heating deposition of an alloy material containing 
therein Seas a major component and doped with 0,1 to 0 . 5atom% 
of As and 10 to 5 Oppm of CI , the As concentration at the extreme 
surface of the recording photoconduc tive layer 2 facing the 
interf ace between the recording light side electrode layer 1 
and the recording photbconduc tive layer 2 can be made higher 
than that inside the bulk by use of effect of fractional 
distillation during the resistance heating deposition. 

The As concentration at the extreme surface of the 
recording photoconduc tive layer 2 can be made higher than that 
inside the bulk by use of effect of fractional distillation 
during the resistance heating deposition by effecting 
deposition at a suitable temperature taking into account the 
melting points and vapor pressures of-AsSe and Se. In the 
resistance heating deposition, the alloy material evaporated, 
for instance, in a crucible by resistance heating is deposited 
from below on the surface of the support fixed above. During 



such a resistance heating deposition, Se is first deposited 
and then AsSe concentration is gradually increased due to the 
melting points and vapor pressures of AsSe and Se As a result, 
the As concentration' becomes higher in the surf ace area of the 
5 recording photoconduc tive layer 2 than inside the bulk. .For 
this purpose, the resistance heating deposition; of the alloy 
material is effected at 3 00°C though deposition of AsSe is 
generally effected at about 4 0 0°C . In order to obtain the effect , 
of fractional distillation by effecting deposition at a 

10 relatively low temperature, the resistance heating deposition 
is suitable. It is theoretically difficult, to use the electron 
beam deposition or sputtering. 

By making higher the As- concentration in the surface area 
of the. recording photoconduc tive layer 2 than inside the bulk, 

15 the interf acial crystallization is prevented when the recording 
light side electrode layer 1 is deposited on the recording 
photoconduc tive layer 2 and deterioration in S/N ratio can be 
suppressed. Further, in accordance with our experiment, use 
of. an alloy material containing Se as a major component and 

20 doped with 0.35atom% of As and 20ppm of CI resulted in better 
interfacial crystallization prevention than use of an alloy 
material containing Se as a major component and doped with 
1 . 0atom% of As . This result means interf acial crystallization 
prevention by increasing the As concentration can be enhanced 

25 by using an alloy material doped with CI in addition to As. 

In order to enhance thie effect of increasing the As 
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concentration in the surface area of the recording 
phptoconductive layer, the thickness of the recording 
photoconduc tive layer 2 is preferably 200 to 1000|im, more 
preferably 400 to lOOOjim and most preferably 700 to 10 0 0|Um. 
5 When the charge transfer layer 3 is caused to function 

as a positive hole transfer layer, doping the charge transfer 
layer 3 with As deteriorates the positive hole transfer function 
of the charge transfer layer 3 . Accordingly, it is not preferred 
to dope the positive hole transfer layer with only As in order 

10 to prevent bulk crystallization . As described above , increase 
in the/positive hole traps can be compensated for by further 
doping with CI. When a charge transfer layer 3 of a material 
containing a-Se as major component and doped with 10 to'* 2-0,0 ppm 
of CI functions as a. positive hole transfer layer, progress 

15 of bulk crystallization can be slowed down without deteriorating 
the positive hole transfer function by doping with As in an 
amount of 0.1 to 0. 5atom% and with CI in an amount of 20 to 
250ppm. Also in this case, when As and CI are added in a 
proportion of 0.33atom% and 30 to 40ppm, the positive hole 

2 0 transfer function is hardly deteriorated. 

A method of recording an image as a latent image on the 
image recording medium 10 and a method of reading out the latent 
image from the image recording medium 10 will be briefly 
described, hereinbelow. Figure 2 shows an electros tatic latent 

25 image recording apparatus using the image recording medium 10 
together with an electrostatic latent image reading apparatus 



using the image recording medium 10. In this specification 
the electrostatic latent image recording apparatus together 
.with the electrostatic latent image reading apparatus will be 
referred to as the recording/reading apparatus. In Figure 2, 
5 the support 8 is abbreviated. 

In Figure 2 , the recording/reading apparatus comprises 
an image recording medium 10, a recording light projecting- means 
90, a first switching means si, a power source 70, an electric 
current detecting circuit 80 formed by a second switching means 

10 S2 and a detecting amplifier 81 and a reading light projecting 
means.. The image recording medium 10, the power source 70, 
the recording light projecting means 90 and the first switching 
means SI form a latent radiation image recording system and 
the image recording medium 10 , the electric current detecting 

15 circuit 80, the reading light pro j ec ting means 9 2 and the second 
switching means S2 form a latent radiation image reading system . 

The detecting amplifier 81 comprises an operational 
amplifier 81a and a feedback resistor 81b and forms a so-called 
current/voltage conversion circuit. The detecting amplifier 

20 81 need not be limited to such a structure and may be, f orins tance , 
in the form of a charge amplifier. 

The recording side electrode layer 1 of the image recording 
medium 10 is connected to the negative pole of the power source 
70 through the first switching means SI and to a movable contact 

25 of the second switching means S2 . The second switching means 
S2 has a pair of fixed contacts, one of which (a first fixed 
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r contact) is connected to an inversion input terminal of the 
operational amplifier and the other of which (a second fixed 
contact) is grounded. * The reading light side electrode layer 
5 of the image recording medium 10, the positive pole of the 
5 ; power source 7 0 and the non - inversion input terminal ( + ) are 
grounded. .• f , 

An object 9 is placed on the upper surface of the recording 
light side electrode layer 1 of the image recording medium 10. 
The object 9 comprises a permeable part 9a which is permeable 

10 to the recording light LI and an impermeable part 9b which is 
- impermeable to the recording light LI . The obj ect 9 is unif ormly 
exposed to the recording' light LI by the recording light 
projecting means. 90. The reading light projecting means 92 
causes the reading light L2 . to scan the image recording medium 

15 10 in the direction of the arrow in Figure 21 The reading light 
L2 is preferably converged into a beam of small diameter. 

When a direct voltage Ed is applied between the recording 
light side electrode layer 1 and the reading light side electrode 
layer 5 from the power source .70 by closing the first switching 

20 means SI with the second switching means S2 kept open, i.e., 
with the movable contact kept away from both the first and second 
fixed contacts, the recording light side electrode layer 1 is 
negatively charged and the reading light side electrode layer 
5 is positively charged, whereby a parallel electric field is 

25 established between the recording light side electrode layer 
1 and the reading light side electrode layer 5 in the image . 
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recording medium 10. 

. \ Thereafter the object 9 is uniformly exposed to the 
recording light LI from the recording light projecting means 
90. The part of the recording light LI passing through the 
permeable part 9a of the object 9 impinges upon the recording 
photoconductive layer 2 through the recording light side 
electrode layer 1 . The part of the recording photoconductive 
layer 2 exposed to the recording light LI generates pairs. of 
electron (the charge of the latent image polarity in this 
particular embodiment) and positive hole (the charge of the 
transfer polarity in this particular embodiment) according to 
the amount of the recording light LI to which the' part is exposed 
and becomes conductive . . • 

The positive charge generated in the recording 
photoconductive layer 2 moves toward the recording light side 
electrode layer 1 at high speed and encounters the negative 
charge of the recording light side electrode layer 1 at the 
interface of the recording photoconductive layer 2 and the 
recording light side electrode layer 1 to cancel each other 
by recombination . The negative charge generated in the 
radio- conductive layer 2 moves toward the charge transfer layer 
3 . Since the charge transfer layer 3 behaves as a substantially 
insulating material to the electric charge of the latent image 
polarity (negative in this particular embodiment) , the negative 
charge is stopped at the charge accumulating portion 23 formed 
on the interface of the recording photoconductive layer 2 and 



\ the charge transfer' layer 3 and is accumulated in the charge 
accumulating portion 23. The amount of charge accumulated in 
the charge accumulating portion 2 3 depends upon the amount of 
the negative charge generated in the recording photoconduc tive 
5 layer 2 upon exposure to the recording light LI, that is, the 
amount of the recording light LI passing , through the object 
• -9 V To the contrast, the part of the recording photoconduc tive 
layer 2 behind the impermeable part 9b of the object 9 is kept 
unchanged since the part is not exposed to the recording light 

io ' Li . 7 ' ; ; ;. < '•.'/' 

Thus, an electric charge is accumulated on the interface 
of the recording photoconduc tive layer 2 and the charge transfer 
layer 3 in a pattern corresponding to a radiation image of the 
obj ect 9, that is*, a latent radiation image is recorded . \ 
15 The latent radiation image reading process in the image 

recording/reading apparatus shown in Figure 2 will be described, 
hereinbelow.. 

The first switching means SI is first opened to stop power 
supply to the image recording medium 10 from the power source 
20 70 and the movable contact of the second switching means S2 
is once connected to the second fixed contact connected to the 
ground so that the electrode layers 1 and 5 are charged at the 
same potential . Af ter thus rearranging the charge , the movable 
contact of the second switching means S2 is connected to the 
25 first fixed contact connected to the detecting amplifier 81. 

Then, when the reading light projecting means 92 causes 
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the reading light L2 to scan the reading light side electrode 
layer 5, the reading light . L2 impinges upon the reading 
photoconduc tive layer 4 through the reading light side electrode 
layer 5. The part of the photoconduc tive layer 4 exposed to 
the reading light L2 becomes conductive. This means that 
positive and negative charged pairs are generated upon exposure 
to. the reading light L2 . ' 

A very strong electric f ield is formed between the charge 
accumulating portion 23 and the reading light side electrode 
layer 5 according to the amount of charge of the latent image 
polarity accumulated in the charge accumulating portion 2 3 and 
the sum of the thickness of the reading photoconduc tive layer 
4 and the charge transfer layer 3 . Since the charge transfer 
layer 3 is conductive to the charge of the transfer polarity 
(the positive charge in this particular embodiment) , the 
positive charge generated in the photoconduc tive layer 4 moves 
toward the charge accumulating portion 23 at high speed attracted 
by the negative charge therein and encounters the negative charge' 
to cancel each other by recombination. The negative charge 
generated in the photoconduc tive layer 4 encounters the positive 
charge of the reading light side electrode layer 5 and cancels 
each other by recombination ; The photoconductive layer 4 is 
exposed to a sufficient amount of reading light L2 , the whole 
charge of the latent image polarity in the charge accumulating 
portion 23 bearing thereon the latent image is canceled by charge 
recombination. That the charge on the image recording medium 



10 is canceled means that the electric charge moves and an 
electric current flows in the image recording medium 10. By 
thus detecting the electric current flowing out from the image 
recording medium 10 by the current detecting, circuit 80 while 
scanning the image recording medium 10 with reading light L2 , 
the amounts of charges accumulated at respective parts of the 
image recording medium 10 can be read out in sequence, whereby 
an image signal can.be obtained. 

As the sum of the thickness of the reading photoconduc tive' 
layer 4 and the charge transfer layer 3 becomes smaller as 
compared with the thickness of the recording photoconduc tive 
layer 2, the charge moves higher speed and the reading speed 
increases. Further) when the -mobility of the negative charge 
in the charge transfer layer 3 is sufficiently lower than that 
of the positive charge (e.g. , not higher than 1/10 3 ) , the charge 
is better accumulated in the charge accumulating portion 23 
and the electrostatic latent image is better preserved. 

Though, in the embodiment described above, each of the 
recording photoconduc tive layer 2 , the charge transfer layer 
3. and the reading photoconduc tive layer 4 is formed of a material 
containing a- Se as a major component and the present invention 
is applied to suppress bulk crystallization of the recording 
photoconduc tive layer 2, the charge transfer layer 3 and the 
reading photoconduc tive layer 4, the present invention can be. 
applied also to image recording media in which only one or two 
of the recording photoconduc tive layer 2, the charge transfer 



layer 3 and the reading photoconductive layer 4 is formed of 
a material containing a-Se as a major component. 

Further, though in the embodiment described above, the 
recording light side electrode layer lis negatively electrified 
5 while the .reading light side electrode layer 5 is positively 
electrified and a negative charge is accumulated in the charge 
accumulating portion 23, the present invention may be applied 
to the image recording medium where the recording light side 
electrode layer 1 is positively electrified while the reading 

10 light side electrode layer 5 is negatively electrified and' a 
positive charge is accumulated in the charge accumulating 
portion 23. - 

The reading light side electrode layer 5 may be in the 
form of a stripe electrode comprising a plurality of line 

15 electrodes arranged in the transverse direction thereof. When 
the reading light side electrode layer 5 is in the form of a 
stripe electrode, correction of structure noise is facilitated, 
the S/N ratio of the image can be improved since the capacity 
of the electrode layer is reduced, the reading efficiency can 

20 be increased and the S/N ratio can be increased by enhancing 
the electric field by localizing the latent image according 
to the pattern of the stripe electrode, and parallel reading 
can be realized (especially in the main scanning direction) 
to reduce the reading time by connecting each line electrode 

25 to a detecting amplifier, using a line beam extending in the 
transverse direction of the line electrodes as the reading light 
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and causing the line beam to scan the electrodes in the 
longitudinal direction of the electrodes. 

Though, in the embodiment described above, the charge 
accumulating portion is formed between the recording 
photbconductive layer and the charge transfer layer, it may 
be formed as a trap layer which traps and accumulates the electric 
charge of the latent image polarity as disclosed in United States 
Patent No. 4535468 . 

Bulk crystallization of the layer containing a-Se as a 
major component in Image recording media haying a layer 
arrangement different from that in the image recording medium 
of the present invention can be prevented in the light of the 
arrangement of the preisent, invention. 

; An image recording medium 110 in accordance with a second 
embodiment of the present ' invention will be described with 
reference to Figures 3 A and 3B, : hereinbelow . As shown in Figures 
3A and 3B (especially in Figure 3B) , an image recording medium 
110 in accordance with a second embodiment of the present 
invention comprises a support 108 permeable to reading light 
(e.g. , blue region light not longer than 550nm in wavelength) , 
and a reading light side electrode layer 105 permeable to the 
reading electromagnetic light, a reading photoconduc tive layer 
104 which exhibits conductivity upon exposure to the reading 
light, a charge transfer layer 103 which behaves like a 
substantially insulating material to an electric charge of a 
latent image polarity at which a recording light side electrode 



layer. 101 is electrified and behaves like a substantially 
Conductive material to the electric charge of the polarity 
opposite to the. latent image polarity, the recording 
photoconductive layer 102 which exhibits conductivity upon 
exposure to recording light (e.g. , a radiation such as X-rays) 
and a recording light side electrode layer 101 permeable to 
the recording light which are superposed on the support 108 
one on another. .in this order. A charge accumulating portion 
123 which accumulates an electric charge of the latent image 
polarity generated in the recording photoconductive layer 102 
is formed at the interface between the recording photoconductive 
layer 102 and the charge transfer layer 10 3. , 

When manufacturing the image recording medium 110, of this 
embodiment, the reading light side electrode layer 105 is first 
formed on the support 108, and then the reading photoconductive 
layer 104, the charge transfer layer 103, the recording 
photoconductive layer 102 and the recording light side electrode 
layer 101 are superposed on the reading light side electrode 
layer 105 in this order. 

The image recording medium 110 may be not smaller than 
20 x 2 0cm and, when to be used as a recording medium in chest 
radiography, may be 43 x 43cm in effective size. 

The support 108 should be of a mater ial which is transparent 
to the reading light, is def ormable with change in the 
environmental temperature and is in the range of a fraction 
to several times of the material of the reading photoconductive 



layer 104 in thermal expansion coefficient . Preferably the- 
material of the support 108 is substantially the same as the 
material of the reading photoconductive layer 104. Since the 
reading photoconductive layer 104 is of a-Se, it is preferred 
that the support 108 is of a material whose thermal expansion 
coefficient is 1.0 to 10 . 0*10~ 5 /K (40°C) taking into account 
that the thermal expansion coef f icient of Se is 3 . 68 X 10" 5 /K ( 4 0°C) . 
More preferably the support 108 is of a material whose thermal, 
expansion coefficient is 1.2 to 6 . 2xi0 5 /K (40°C) and most 
preferably 2 .2 to 5 > 2 * 10 " 5 / K : ( 4 0°C )->. For example, an organic 
polymer material may be: used. . '. . 

For" example; polycarbonate whose thermal expansion 
coefficient is 7 . 0 X 10" 5 /K (4 0°C) and polyme thyl methacrylate 
(PMMA) whose thermal expansion coefficient is 5 . 0 X 10" 5 /K (40°C) 
can be used. 

With this arrangement, the support 108 and the reading 
photoconductive layer (a- Se film) 104 can be matched with each 
other in thermal expansion so that failure due to the difference 
in thermal expansion coefficient , e . g . , breakage of the reading' 
photoconductive layer 104 and/or the support 108 and/or peeling 
from each other due to thermal stress, can be avoided even if 
the image recording medium 110 is subjected to a; large 1 
temperature change cycle, for instance, during transportation 
by ship in a cold country. Further, the support of an organic 
polymer support is stronger against impact than a glass-support. 

The recording light side electrode layer 101 and the 



- reading light side electrode layerlOS should be permeable 
respectively to the recording light and the reading light . For 
example, a nesa film (Sn0 2 ) , an ITO film (indium tin oxide) 
or an IDIOX film (Idemitsu Indium X-metal Oxide: amorphous 
5. transparent oxide film; IDEMITSU KOUSAN) in a thickness of 50 
■• to 2 0 Onm may be employed . When an X-ray is used as the recording 
•light, the recording light side electrode layer 101 need not 
be transparent to visible light and accordingly, may be of, 
for instance, Al or Au in a thickness of lOOnm. 
10 Each of the recording light side electrode layer 101 and 

the reading light side electrode layer 105 is a flat electrode 
. layer in this particular embodiment. However the electrode 
layer may be a stripe electrode layer comprising a plurality 
of line electrodes arranged in a direction perpendicular to 
15 the longitudinal thereof . In this case, an insulating material 
may be provided between the line electrodes though need not 
•be provided . 

The recording photoconductive layer 102 may be formed 
of any material which becomes conductive upon exposure to the 

20 recording light/For example, the recording photoconductive 
layer 102 may be formed of a photoconductive material containing 
therein at least one of a-Se; lead oxide (II) or lead iodide 
(II) such as PbO, ... Pbl 2 , or the like; Bi 12 (Ge, Si) O 20 ; and 
Bi 2 l3/organic polymer nano- composite . Among these 

25 photoconductive materials, a-Se is most advantageous in that 
it is relatively high in quantum efficiency to radiation and 
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high in dark resistance.. 

When the recording photoconductive layer 102 is of a 
material containing therein a-Se as a major component, the 
thickness of the, recording r photoconductive layer 102 is 
5 preferably not smaller than 50pm and not larger than lOOOjum . 
When the recording photoconductive layer 102 is in the range 
in thickness, it can sufficiently absorb the recording light. 

As the charge transfer layer 103, those in which the 
difference in mobility between negative and positive charges 

1 0 is larger (e.g. , not smaller than 10 2 , and preferably not smaller 
than 10 3 ) is better, and organic compounds such as N-polyvinyl 
carbazole (PVK) , N,N' - dipheny 1 - N , N 1 -bis ( 3 -methylphenyl ) - 
[1 ,1 1 -biphenyl] -4,4' -diamine (TPD), and a discotheque liquid 
crystal; dispersion of TPD in polymer (polycarbonate, 

15 polystyrene, PUK or the like) ; or semiconductors such as a-Se 
doped with 10 to 2 0 0ppm of CI are suitable. Especially, organic 
compounds such as PVK, TPD and discotheque liquid crystals are 
preferred because of their insensi tivi ty to light. That is, 
those organic compounds hardly exhibits conductivity upon 

20. exposure to the recording light or the reading light . Further, 
since those organic compounds are generally small in dielectric 
constant, which makes smaller the capacities of the charge 
transfer layer 103 and the reading photoconductive layer 104 
and increases the signal fetch efficiency upon, reading. 

2 5 When the charge transf er layer is higher in charge mobil i ty 

in the vertical direction (the direction of thickness of the 
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layer) than that in the horizontal direction, the electric charge 
of the transfer polarity can move at high speed in the vertical 
direction and is less apt to move in the horizontal direction, 
whereby sharpness can be enhanced . As the material of the charge 
transfer layer, .discotheque liquid crystals, 

hexapentyloxytriphenylene (Physical Review LETTERS 70 . 4 , 1933) , 
discotheque liquid crystals containing a 7T con jugate condensed 
ring or transition metal in its core (EKISHO VOL No 1 1997 P55) 
and the like are suitable.. • 

When the charge transfer layer 103 is in the form of a 
laminated positive hole transfer layer comprising a first charge 
transfer layer which is of a material substantially insulating 
to a charge of the same polarity as the latent image polarity 
and a second charge transfer layer which is substantially 
conductive to a charge of the polarity opposite to the latent 
image polarity with the first charge transfer layer faced toward 
the recording photoconductive layer 102 and the second charge 5 
transfer layer faced toward the reading photoconductive layer 
104, the first charge transfer layer comes to exhibit high 
resistance to the electric charge of the latent image polarity 
while the second charge transfer layer comes to transfer the 
electric charge of the transfer polarity at high speed, whereby 
the charge transfer layer can be excellent in afterimage and 
response speed to reading. Specifically, the first charge 
transfer layer may be a PVK layer or a TPD layer (an organic 
layer) 0.1 to ljum thick and the second charge transfer layer 



may be a layer of a-Se 5 to 3 0|Um thick doped with 10 to 2 00ppm 
of CI so that the second charge transfer layer is thicker than 
the first charge transfer layer. w- 

A layer of PVK is higher in tendency to act as, a 
substantially insulating material to the electric charge of 
the same polarity as the latent image polarity (negative in 
the aforesaid example) than- a layer of TPD, and a layer of TPD 
is higher in tendency to act as a substantially conductive 
material to the electric charge of the transfer polarity 
(positive in the aforesaid example), than a layer of PVK. 
Accordingly, the charge transfer layer may comprise a layer 
.of TPD and a layer of PVK superposed so that the layer of TPD 
is faced toward the reading photoconductive layer 102 arid the 
layer of PVK is faced toward the recording photoconductive layer 
104 ... ■ ' ; . . . .. ./ '. 

The charge transfer layer 103 may comprise three of more 
layers . In this case, the layers are superposed so that tendency 
to act as a substantially insulating material to the electric 
charge of the same polarity as the latent image polarity is 
increased toward the recording photoconductive layer 102 and 
tendency to act as a substantially conductive material to the 
electric charge of the transfer polarity is increased toward 
the reading photoconductive layer 104. 

The reading photoconductive layer 104 may be suitably 
formed of photoconductive material which includes as its major 
component at least one of a-Se, Se-Te, Se-As-Te, metal-free 



phthalocyanine , metal loph thai ocyan ine , MgPC (magnesium 
phthalocyanine) , VoPc (phase II of vanadyl phthalocyanine) and 
CuPc (copper phthalocyanine) . 

Further, when the reading photoconductive layer 104 is 
5 of a material which is high in sensitivity to an electromagnetic 
wave in near -ultraviolet to blue region (300 to 550nm) and low 
in sensitivity to an electromagnetic wave in red regicm (not 
shorter than 7 0 0nm) , e.g., a photoconductive material 
containing as -a major component at least one of a-Se, Pbl 2 , 
10 Bi'12 (Ge, Si) O 20 , perylenebisimide (>R=n - propyl ) and 
perylenebisimide (R=n -neopentyl ) , the reading photoconductive 
• layer 104 can be large in band gap and accordingly can be small 
in dark current due to heat, whereby noise caused by the dark 
current can be reduced by using an electromagnetic wave in 
15 near-ultraviolet to blue region as the reading light . 

It is preferred that the sum of the thickness of the charge 
' transfer layer 103 and the thickness of the reading 
, photoconductive layer 104 be not larger than 1/2 of the thickness 
of the recording photoconductive layer 102, arid the smaller 
20 the sum of the thickness of the charge transfer layer 103 and 
the thickness of the reading photoconductive layer 104 is (e . g.', 
not larger than 1/10 or 1/20 of the recording photoconductive 
layer 2) , the higher the reading response is. ; 

In this embodiment, the reading photoconductive layer 
25 4 is of a material containing therein a-Se as a major component 
and is 0 . 05 to 0 . 5|im thick . . * . ' , 



- By replacing the second charge transfer layer of a-Se 

doped with 10 to 200ppm of CI by an a-Se layer 5 to 30|im thick, 
the a-Se layer can be caused to double the second charge transfer 
layer and the reading photoconductive layer 104. With this 
5, arrangement, a relatively excellent image recording medium can 
be manufactured with the manufacturing procedure simplified . 

It has been known that interf acial crystallization, 
progresses on an interface between an a : Se film and another 
material. during, the step of depositing f ilms . Also in the image 

10 recording medium, 110 of this embodiment, when the reading: 
photoconductive layer 104 is deposited on the reading light 
side electrode layer 105, the interf acial crystallization is 
• apt to progress on the interface therebetween, which causes 
an electric charge to be directly injected into the reading 

15 photoconductive layer 104 from the reading light .side electrode 
layer 105, which deteriorates the S/N ratio . When the electrode 
layer 105 is of a transparent oxide film, especially an ITO 
film, the interf acial crystallization markedly progresses and 
deterioration in S/N ratio is significant. 

20 In the image recording medium 110 of this embodiment, 

the reading photoconductive layer 104 is doped in the surface 
area facing the reading light side electrode layer 105 with 
- an interf acial crystallization suppressing material which 
suppresses interf acial crystallization of a-Se, which is 

25 equivalent to that a interf acial crystallization suppressing 
layer is formed between the reading photoconductive layer 104 



- and the reading light side electrode layer 105. 

In this embodiment, as the interfacial crystallization 

suppressing material,' As is employed in an amount of 0.5 to. 

40atom% . When the doping amount of As is smaller than 0 . 5atom% , 
5 interfacial crystallization preventing effect is not 

sufficient, whereas when the doping amount of As is larger than 
, 4 0atom% , crystallization other than crys tallization of Se, such 

as As 2 Se 3 , becomes apt to occur. The interfacial 

crystallization suppressing material need not be limited to 

' 10 AS . ;. \ . . '. 

When' the thickness of the reading photoconductive layer 
104 is in the range of 0.05 to 0.5jum, the response speed in 
reading is not greatly affected even if the reading 
photoconductive layer 104 is doped with As in an amount of 0.5 

15 to 5atpm% over the whole / When the thickness, of the reading 
photoconductive layer 104 exceeds the range, it is preferred 
that the reading photoconductive layerl04 be doped with As in 
an amount of 0.5 to 5atom% only in the surface area facing the 
reading light side electrode layer 105. 

20 When the reading light side electrode layer 105 is in 

the form of a stripe electrode comprising ; a plurality of elements 
(line electrodes) 106a as shown in Figure 4, the reading 
photoconductive layer 104 is doped with As in the surface area 
facing the upper and side surfaces of each line electrode 106a . 

2 5 . The As concentration may be somewhat differ between the surf ace 
area facing the upper surface of the line, electrodes 106a and 
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the surface area facing the side surfaces of the line electrodes 
106a . In this case, it is sufficient that the As concentration 
in the surface area facing the upper surface of the line 
electrodes 106a is about 0.5 to 5atom%; 

When the electrode of the' reading light side electrode 
layer 105 is in direct contact with a-Se, a barrier electric 
field is formed therebetween, and an electric current can flow 
upon exposure to the reading light through a region which has 
not been . exposed to the recording - light, which generates 
photovoltaic noise and; causes offset noise.' 

In order to suppress the photovoltaic noise, we has 
proposed, in our Japanese Patent Application 11 (1999) -194546,. 
to carry out "idle reading" where the reading photoconductive 
layer 104 is exposed to pre - exposure light with the electrode 
layers 101 and 105 held at the same potential, and then the 
recording light is proj ected onto the recording photoconductive 
layer to record an electrostatic latent image with a recording 
electric voltage applied between the electrode layers 101 and 
105, whereby optical fatigue state (trap accumulating state) 
is temporarily formed on the light Incident interface 
(electron/hole pair forming region) between the reading 
photoconductive layer 104 and the reading light side electrode 
layer 105 and photovoltaic noise which can be generated when 
the reading photoconductive layer 104 is exposed to the reading 
light is reduced by the optical fatigue state. 

As described above, the reading photoconductive layer 



104 is doped in the surface area facing the reading light side 
electrode layer 105 (strictly speaking the electrodes) , i.e. , 
the light incident interface, with As, and positive hole traps- 
and electron traps are increased at the light.incident interface. 
The pre -exposure forms optical fatigue state at portion exposed 
to the light and suppresses' the photovoltaic noise. Increase 
in the positive hole traps and/or the electron traps by doping 
with As elongates durability of optical fatigue of the interface 
caused by pre - exposure and sometimes contributes to 
stabilization of offset noise. The portions not doped with 
As bears the carrier mobility; • . ..♦ *' • 

However, it is difficult to. control increase in the 
posi tive hole traps and/or the elec tron traps only by As doping . 
The electron traps can be increased by doping with CI in an 
amount of 1 to lOOOppm in addition to As. Positive hole traps, 
.can be increased by doping with Na in an amount of 1 to lOOOppm 
in place of As, By selecting the kind of doping material and/or 
the amount of the doping material , the durability of the optical 
fatigue state can be controlled. The kind of doping material 
and/or the amount of the doping material may be : selected 
according to the material of the reading light side electrode 
layer 105 . When a blocking layer is provided between the reading 
light side electrode layer 105 and the reading photoconductive 
layer 105, the kind of doping material and/or the amount of 
the doping material may be selected according to the material 
of the blocking layer in addition to the material of the reading 



light side electrode layer 105. 

As is well known, in an a-Se film, crystallization 
progresses with time, which can give rise to a so-called bulk 
crystallization problem that especially the dark resistance 
deteriorates. The bulk crystallization significantly occurs 
when the a-Se film is of non-doped or pure a-Se and progresses 
at higher speed as the temperature is higher.. 

Accordingly, when the recording photoconduc tive layer 
2,, the reading photoconduc tive layer 4 and/or the charge transfer 
layer 3 is formed of non- doped a-Se, the image recording medium 
10 is severely limited in working temperature and service life. 

Further, as is well known, when a-Se is doped with a 
predetermined material, especially As, progress of bulk 
crystallization can be slowed down. However, when a-Se is doped 
with an excessive amount of As, crystallization of , for instance, 
As 2 Se 3 becomes apt to occur. In order to avoid this problem, 
the As doping amount is preferably limited to 0.1 to 0 . 5atom% , 
and more preferably 0 . 33atom% . The doping amount of As as used 
here is smaller than that used for suppressing the interf acial 
crystallization and is preferably not larger than 1/10 of the 
latter. ' r; 

In order to positively avoid the problem, the charge 
^transfer layer may be. doped with avery small amount of, e.g., 
10 to 5 0ppm, CI in addition to As. As disclosed in 
"Time -of - Flight Study.of Compensation Mechanism in a-Se Alloys " 
(JOURNAL OF IMAGING SCIENCE AND TECHNO LOGY /Vol . 41 , Number 



2, Mar. /Apr. 1997), by doping pure a-Se with 0.33atom% of As 
together with about 30 to 4 0ppm of CI, increase in the positive 
hole traps due to As -dope can be optimally compensated for by 
. CI -dope . . . ' - ,' . j , • ;• • 

5 By doping the recording photoconductive layer and/or the 

reading photoeonductive layer of pure a-Se material with such 
a small amount of As and CI, a long service life image recording 
medium which is excellent in S/N ratio and withstands a 
relatively high temperature can be realized without involving 
'10 a severe adverse effect . It' is possible to dope the surface 
area of the reading photoconductive layer 104 facing the reading 
light side electrode layer 105 with As and the like for preventing 
the interf acial crystallization together with doping the 
■ reading photoconductive , layer .104 for preventing the bulk 
15 crystallization, in this case, the As ' concentration differs 
inside the reading photoconductive layer 104 from in the surface 
area of the reading photoconductive layer 104 . When doped with 
0 . 5atom% of As , bothithe bulk crystallization and the interf acial 
crystallization can be suppressed in the surface area of the 
2 0 reading photoconductive layer 104, 

When the charge transfer layer 103 is caused to function 
as a positive hole transfer layer, doping the charge transfer 
layer 103 with As deteriorates the positive hole transfer 
. function of the charge transfer layer 103. Accordingly, it 
25 is not preferred to dope the positive hole transfer layer with 
only As in order to prevent bulk crystallization . As described 



above, increase in the positive hole traps can be compensated 
for by further doping with CI. When a charge transfer layer 
103 of a material containing a - Se as major component and doped 
with 10 to 2'0 0ppm of CI functions as a positive hole transfer 
layer,, progress of bulk crystallization can be slowed down 
without deteriorating the positive hole transfer function by 
doping with As in an amount of 0.1 to 0.5atom% and with CI in 
an amount of 20 to 250ppm. Also in this case, when As and CI 
are added in a proportion of 0 . 3 3atom%. and 30 to 4 Oppm, , the 
positive hole transfer function is hardly deteriorated. 

An image recording medium 210 in accordance with a third 
embodiment of the present invention will be described with 
reference to Figures 5 A. and 5B, hereinbelow. 

The image recording medium 210 of the third embodiment 
is substantially the same as the image recording medium 110 
of the second embodiment except that a blocking layer 107 is, 
provided between the reading light side electrode layer 105 
and the reading photoconductive layer 104. Accordingly, the 
elements analogous to those in the second embodiment are given 
the same reference numerals and will not be described in detail 
here . The blocking layer 107 is permeable to the reading light 
and has a blocking effect (has a barrier potential) against 
charge injection from the electrode of the reading light side 
electrode layer 105. ; .'; 

When there is no blocking layer as in the second embodiment , 
a part of the charge (positive in this particular embodiment) 



on the reading light side electrode layer 105 can be directly 
injected into the reading photoconductive layer 104 . The 
positive charge directly injected into the reading 
photoconductive layer 104 moves in the charge transfer layer 
103 and encounters the accumulated charge ( the charge of latent 
image polarity) to cancel each other by recombination. Since 
being not caused by exposure to the reading light, the cancel 
of the accumulated charge generates a noise component. To the 
contrast / by providing the blocking layer 107 between the reading 
light side electrode layer 105 and the reading photoconductive 
layer 104, the positive charge on the reading light side 
electrode layer 105 is blocked by, the barrier potential arid 
generation of noise can be prevented . 

The blocking layer 107 can function also as an interf acial 
crystallization suppressing layer . That is:, the blocking layer 
107 prevents a - Se from being in direct contact with the electrode 
material of , the rea.ding light side electrode 105 , whereby 
chemical change of Se is prevented and interf acial 
crystallization of Se is prevented. Accordingly, charge 
injection from the electrode due to interf acial crystallization 
cannot be increased and the problem of deterioration in S/N 
can be overcome. 

Further, in this particular embodiment, the blocking 
layer 107 is formed of an elastic material so that the blocking 
layer 107 can function as a cushion layer for relieving thermal 
stress between the support -108 and the reading photoconductive 



layer 104 . < 

With this arrangement, thermal stress generated by the 
difference in thermal expansion of the support 108 and the 
reading phbtoconduc tive layer 104 can be relieved by the blocking 
layer 107, and accordingly, the material of the support 108 
can be selected without taking into account the difference in 
thermal expansion coefficient between the support 108 and the 
reading photoconduc tive layer 104. 

In order to cause the blocking layer 107 to double the 
interf acial crystallization suppressing layer and the cushion 
layer, it is preferred that the blocking layer 107 be formed 
of organic insulating polymer such as pplyamide , polyimide', 
polyester,. polyvinyl butyral, polyvinyl pyrrolidone, 
polyurethane, polymethyl methacrylate or polycarbonate which 
is transparent to the reading light and excellent in positive 
hole blocking performance. Further, the blocking layer 107 
may be formed of a film of a mixture of an organic binder and 
about 0.3 to. 3% by weight of a low -molecular organic material 
such as nigrosine. 

The organic layer may generally be in the range of 0.05 
to 5|am in thickness. The thickness is preferably in the range 
of, 0.1 to 5pm in order to relieve the thermal stress and in 
the range of 0 . 05 to 0 . 5|um in order to obtain an excellent blocking 
function without afterimage. A good compromise therebetween 

is 0.1 to 0 . 5pm". 

An image recording medium 310 in accordance with a fourth 



embodiment of the present invention will be described with 
reference to Figures 6A and 6B, hereinbelow. The elements 
analogous to those in the third embodiment are given the same 
ref erence numerals in Figures 6A and 6B and will not de described 
5 in detail here. 

The image recording medium 310 of the fourth embodiment 
is substantially the same as the image recording medium 110 
of the third embodiment except that the reading light side 
electrode 105 is provided with a stripe electrode 106 comprising' 

10 a plurality, of line electrodes 106a arranged at intervals equal 
to the pixel pitch. In this particular embodiment, the reading 
light side electrode 105 is formed of solely the stripe electrode 
106 without filling the spaces between the line electrodes 106a 
and the blocking layer 107 is directly formed over the line 

15 electrodes 106a. 

The blocking layer 107 in this embodiment also functions 
as an interfacial crystallization suppressing layer and can 
overcome the problem of deterioration in S/N ratio. As 
described above, when the reading light side electrode layer 

20 105 is in the form of a stripe electrode, correction of structure 
noise is f acilitated, the S/N ratio of the image can be improved 
since the capacity of the electrode layer is reduced, the. reading 
efficiency can be increased and the S/N ratio can be increased 
by enhancing the electric field by localizing the latent image 

25 according to the pattern of the stripe electrode, and parallel 
reading can be realized (especially in the main scanning 
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- direction) to reduce the reading time. 

When manufacturing the image recording medium 310 of this 

embodiment, a film of transparent oxide such as of ITO or IDIOX 

which is easy to etch is formed on a support 108 in a predetermined 

5 • thickness (e.g. , about 200nm) , thereby f orming the reading light . 

side electrode 105 as shown in Figure 7A . > 

Then the transparent oxide film which is solid is shaped 

into a stripe electrode 106 comprising a plurality of line • 

electrodes 106a by photo - etching or the like as shown in Figure 

10 7B. In this manner,, a highly f ine stripe pattern 'equivalent : 

to the pixel pitch of 50 to 200jum suitable for medical use can 

be formed at low cost. 

Since IDIOX is a material easy to etch, when the line 

• . electrodes 106a are formed of IDIOX, fear of dissolving the 

15/ support 108 during etching of the oxide film can be eliminated 

' and the material of the support 108 can be selected from a wide 

/ variety of materials. 

Then blocking layer material is applied in the 

longitudinal direction of the line electrodes 106a in a 

20 predetermined thickness (e.g., 200nm) , thereby forming the 

blocking layer 107; When the reading light side electrode 105 

is solid as in the third embodiment, the blocking layer material 

, may be applied in any direction and accordingly may be applied 

by spin coating. However, in the case of this embodiment, spin 

25 coating is not preferred. 

It is preferred that the blocking layer material be applied 

■ - .• 
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by a method such dipping, spraying, bar coating, screen coating 
or the like in which a nozzle, brush or the like is 
one- dimensionally moved. Dipping is advantageous in that the 
blocking layer 107 can be formed by simply dipping the support 
5 bearing thereon the stripe electrode in solvent and taking it 
out from the solvent, and that a large size blocking layer can 
be f ormed relatively easily . Figure 7C brief ly shows an example 
i of the dipping ; method. That is, as shown in Figure 7C, a 
container 140 is f illed with a blocking layer material solution 
10-170, and the support/ stripe electrode assembly 111, is dipped 
in the solution 170 in the longitudinal direction of the line 
electrodes 106a and is taken out. f 

Figure 8A shows a state in which the blocking layer material 
has been applied in the longitudinal direction of the line 
15 electrodes 106a and the blocking layer 107 has been formed. 
As can be seen from Figure 8A, the blocking layer 107 is continuous 
over the entire area of the upper surface 108a of the support 
• ; ' 108 without broken at the edges of the line electrodes 106a 
and the upper surface 106b and side surfaces 106c of each line 
2 0 electrode 106a are completely covered with the blocking layer 

107 . : : ' ; : 

Further, even if the transparent oxide film is formed 
in a relatively large thickness {e.g., 2000A) (that is, the 
edge of the line electrodes 106a is sharp) in order to reduce 
25 the line resistance of the line electrodes 106a, a continuous 
film 50 to 500nm thick can be optimally formed by applying organic 



polymer in the longitudinal direction of the line electrodes 
106a as shown in Figure 8B, whereby optimal blocking properties 
and/ or optimal interf acial crystallization suppressing 
properties can be obtained. Further, by repeatedly applying 
the blocking layer material , it is possible to form the blocking 
layer 107 in a thickness of 5 jam . , . ^ 

. /.As in the third embodiment, by providing the blocking 
layer 107 with cushioning function, thermal stress due to 
difference in thermal expansion between the reading 
photoconduc tive layer 104 and the support 108 can be relieved, 
whereby failure due to the difference in thermal expansion 
coefficient, e.g. , breakage of the reading photoconduc tive 
layer 104 and/or, the support 108, can be avoided . 

To the contrast, when a Ge0 2 blocking layer 107 is formed 
in a thickness of about 500A over I TO line electrodes 10 6a about 
2000A thick by resistance heating vacuum deposition, the Ce0 2 
blocking layer 107 cannot cover the side surfaces 160 of the 
line electrodes 106a as shown in Figure 8C due to sharp and 
high edges of the line electrodes 106a . Accordingly , a dark 
current is injected through the side surfaces 160 of the line 
electrodes 106a and the S/N ratio deteriorates. This problem 
becomes more serious as the thickness of the line electrodes 
106a increases. 

A method of recording an image as a latent image on the 
image recording medium 310 of the first embodiment and a method 
of reading out the latent image from the image recording medium 



310 will be briefly described, hereinbelow. Figures 9A and 
9B show an electrostatic latent image recording apparatus using 
the image recording medium 310 together with an electrostatic 
latent image reading apparatus using the image recording medium 
310. In this specification the electrostatic latent image 
recording apparatus together with the electrostatic latent 
image reading apparatus will be referred to as the 
recording/reading apparatus . In Figures 9A and 9B, the support 
108 is abbreviated. 

The recording/reading apparatus shown in Figures- 9A and 
9B is substantially the same as that shown in Figure 2, and 
accordingly, in .Figures 9A and 9B, the elements analogous to 
those shown in Figure 2 are. given the. same reference numerals 
and will not be described in detail here . Mainly the difference 
from that shown in Figure 2 will be described, hereinbelow. 

The recording/reading, apparatus shown in Figures 9A and 
9B mainly dif f ers f rom that shown in Figure 2 in that a detecting 
amplifier 81 is provided for each of the line electrodes ,106a 
of, the image recording medium 310 and a line beam extending 
in the transverse direction of the line electrodes 106a is used 
as the reading light and is caused to scan the electrodes 106a 
in the longitudinal direction of the electrodes 106a . 

A reading light scanning means 93 emits a line beam extends 
in a direction substantially perpendicular to the line 
electrodes 106a and causes the line beam to scan the electrodes 
106a in their longitudinal direction . When the reading, light 



electrode layer 105 is provided with such line electrodes 106a 
and the reading light is in the form such a line beam, it becomes 
not necessary to scan the reading light side electrode layer 
10 5 with abeam spot and accordingly, the scanning optical system 
can be simplified and less expensive. Further since an 
incoherent light source can be used, generation of interference 
fringe noise can be suppressed. 

The electric current detecting circuit 8 0 comprises a" 
plurality of detecting amplifiers 81 each connected to one of 
the line electrodes 106a of the image recording medium 310. 
The recording light side electrode layer 101 of the image 
recording medium 310 is connected to one of the fixed contacts 
of a third switching means S3 and the negative pole of the power 
source 7 0 / The positive pole of the power source 70 is connected 
to the other fixed contact of the third switching means S3. 
The movable contact of the third switching means S3 is connected 
to the non- inversion input terminal (+) of an operational 
amplifier 81a . Each line electrode 106a is connected to an 
inversion input terminal ,('-) of the corresponding operational 
amplifier 81a. The detecting amplifier 81 is of a charge 
amplifier arrangement and comprises the operational amplifier 
81a, an integrating capacitor 81c and a switch 81d. 

Recording of a latent image on the image recording medium 
310 will be described with reference to Figures 10A to 10C, 
hereinbelow. 

Recording on the image recording medium 310 is basically 



the same as recording on the image recording medium 10 of the 
first embodiment except accumulation of the charge in the charge 
accumulating portion . First a direct voltage is applied between 
the recording light side electrode layer 101 and the line 
5 electrodes 106a, whereby the recording light side electrode 
layer 101 and the line electrodes 106a are electrified at the 
respective polarities. Thus, a U-shaped electric field is 
formed between each line electrodes 106a of the reading light 

i" side electrode layer 105 and the recording light side electrode 

10 101 as shown in Figure 10A. As can be. seen from Figure 10A, 
though a substantially parallel electric field exists in the 
majority of the recording photoconduc tive layer 10 2 , there are 
portions (indicated at Z) where no electric field exists in 
the surface area of the recording photoconduc tive layer 102 

15 facing the charge transfer layer 103 . As the sum of the thickness 
of the charge transfer layer 103 and the reading photoconduc tive 
layer 104 is smaller as compared with the thickness of the 
recording photoconduc tive layer 102 or the intervals of the 
line electrodes 106a, such electric field-less portions are 

20 formed more clearly. 

When the recording light LI is projected onto the object 
9 in this state, the negative charge out of the positive and 
negative charges generated by the permeable part of the object 
9 is accumulated on the line electrodes 106a along the electric 

25 field distribution as shown in Figure 10B and a latent image 
is formed about the line electrodes 106a as shown in Figure 
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IOC 1 . When the amount of recording light LI impinging upon the 
recording photoconductive layer 102 is small, the chairges 
accumulated on the respective line electrodes 106a are separated 
from each other. Since the chares are accumulated on the 
.5 respective line electrodes 106a, sharpness (spatial 
resolution) of the latent/image can be increased by narrowing 
the pitches of , the line electrodes 10,6a (pixel pitches) . 
Further since the electric fields are concentrated to the line 
electrodes , the reading ef f iciency is improved and the S/.N ratio 

10 is increased.; Recently,: forming the line electrodes 106a. in 
sufficiently small intervals is easy. 

When reading out the electrostatic latent image thus 
formed, the movable contact of the third switching means S3 
is connected to the recording light side electrode layer 101 

15 and the electric charges are rearranged by equalizing the 
potentials of the electrode layers 101 and 105 through imaginary, 
short-circuiting of the operational amplifiers 81a . When the 
reading light scanning means 93 subsequently causes the line 
reading beam L2 to scan the line electrodes 106a in their 

20 longitudinal direction," the parts of the reading 
photoconductive . layer ,104 become conductive and electric 
currents flow in the reading photoconductive layer 104. The 
electric currents charge the integrating capacitors 81a of the 
operational amplifiers 81 and the charge is accumulated in each 

25 capacitor 81a according to the amount of the corresponding 
• electric current. That is, the voltage across the capacitor 
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81a increases according to the amount of the corresponding 
electric current. Accordingly, when the switch 81d of each 
detecting amplifier 81 is repeatedly closed and opened, the 
voltage across the capacitor 81a changes according to the 
5 . accumulated charge for each pixel. Accordingly, by reading 
the change in voltage across each capacitor 81a, the latent 
image recorded on the image' recording .medium 310 can be read 
V out. ' .v : •;. M .- : ./ . "• " * * '. •• 

When the . electrostatic latent image is read out in. this 

10 way, image signal components for a plurality of pixels can be.' ! . 

obtained at one time, whereby reading time is shortened. •> -■■ 
Further, since the reading light side electrode layer 105 is 
in the form of a stripe electrode, capacity distribution in v, 
the charge transfer layer 103 and the reading pho toe onductive 

15 layer 104 is small and accordingly, the detecting amplifier 
81 is less apt to be affected by noise. Further, image signal 
components for the pixels can be co-rrected on the basis of the 
[ ' ; pitches of the line electrodes 106a. and accordingly, the 

structure noise can be accurately corrected. 

20 : Further, since the line electrodes 1.06a attracts the 
charge of the latent image polarity, the charge of the transfer 
polarity generated upon exposure to the reading light L2 can 
easily cancel the, charge of the latent image polarity, whereby 
the sharpness of the image can be held high also for reading. 

25 This effect is especially high when the amount of the recording 
light is small . When the inter - electrode spaces are impermeable 



to the reading light L2 , the sharpness can be further enhanced . 

Further, since the electric field strength of the reading 
photoconductive layer 104 increases near the line electrodes 
106a and charged pairs are, generated by the reading light L2 
in the strong electric field, the ion dissociation efficiency 
is increased and the quantum efficiency in generation of the 
charged pairs can be approximated to 1, whereby the reading, 
ef ficiency and the S/N ratio can be increased and light density 
can be reduced. Further, since the capacities of the charge 
transfer layer 10 3 and the reading photoconductive layer 104 
. are small / the signal fetch efficiency upon reading is increased . 

When the spaces between the line electrodes 106a (the 
inter- electrode spaces) are impermeable to the reading light 
L2 and impermeable portions and permeable portions are 
.'alternately provided at predetermined intervals in the 
longitudinal direction of the line electrodes 106a, portions 
permeable to the reading light L2 are clearly separated from 
each other in both the transverse and longitudinal directions, 
whereby deterioration in spatial resolution due leakage of the 
reading light L2 between adjacent permeable portions can be 
prevented and a very sharp image can be obtained without highly 
converging the reading light L2 as if the reading light side 
electrode layer is scanned by a plurality of small light , spots . 

An image recording medium 410 in accordance with a fifth 
embodiment of the present invention will be described with 
reference to Figures 11A and 11B, hereinbelow. The elements 



'» analogous to those in the third embodiment are given the same 
reference numerals in Figures 11A and 1 IB and will not de 
described in detail here. 

The image recording medium 410 in accordance with the 
5 fifth embodiment of the present invention comprises a support 
• 108, and a reading light side electrode layer 105, a blocking 
layer 107 , a reading photoconductive layer 124 , a charge transfer 
layer 103, the recording photoconductive layer 102 and a 
recording light side electrode layer 101 which are superposed 

10 on the support 108 one on another in this order . The reading 
photoconductive layer 124 is doped in the surface area facing 
the blocking layer 107 with an interfacial crystallization 
suppressing material; which suppresses interfacial 
crystallization of a-Se and a material which increases traps 

15 for a charge of the polarity opposite to. that at which the 
recording light side electrode layer 101 is electrified and 
reduces traps for the charge of the same polarity as the polarity 
at which the recording light side electrode layer 101 is 
electrified. 

20 The 1 blocking layer 107 in this embodiment suppresses 

interfacial crystallization of a-Se and has a function of 
blocking the electric charge on the reading light side electrode 

layer 105 from being injected into the reading photoconductive 

• , ■ • i. 

layer 124. That theblockihg layer 104 has a f unction of blocking 
25 the electric charge at which the reading light side electrode 
layer 105 is electrified from being in jected into the reading 
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photoconductive layer 124 means that the layer prevents the 
electric charge from moving to a space -charge layer formed on 
the interface between the reading photoconductive layer 124 
; and a blocking layer 107 , thereby stabilizing the space-charge 
5 layer. * , 

As described above, the reading photoconductive layer 
124 is doped in the surface area facing the blocking layer 107 
with an in ter facial crystallization suppressing material which 
suppresses interf acial crystallization of a-Se and a material 

10 which increases traps for a charge of the polarity opposite 
to that at which the recording light side electrode layer 101 ■ 
is electrified and reduces traps for the charge of the same 
polarity as the polarity at which the recording light side 
electrode layer 101 is electrified. As the interf acial 

15 crystallization suppressing material , As is employed as in the. ' 
second embodiment.. However the preferred doping amount of As 
is different from that in the second embodiment and is 3 to 
4 0atom% . When the reading light side electrode layer 105 is 
positively electrified, the material which increases traps for 

20 a charge of the polarity opposite to that at which the reading 
light side electrode layer 105 is electrified and reduces traps 
for the charge of the same polarity as the polarity at which 
the reading light side electrode layer 105 is electrified is 
preferably CI and the doping amount of Gl is preferably 1 to 

25 lOOOppm. 

, Whereas when the reading light side electrode layer 105 
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is negatively electrified, the material which increases traps 
for a charge of the polarity opposite to that at which the reading 
light side electrode layer 105 is electrified and reduces traps 
for the charge of the same polarity as the polarity at which 
the reading light side electrode layer 105 is electrified is 
preferably' Na and the doping amount of Na is preferably 1 to 
lOOOppm. When the reading light. side electrode layer 105 is 
positively charged, CI releases positive holes and traps 
electrons whereas when the reading light side electrode layer 
105 is negatively charged, Na releases electrons, and traps 
positive holes. As a result, a negative or positive 
space- charge layer is formed in the surface area facing the 
blocking layer 107. 

A method of recording an image as a latent image on the 
image recording medium 4 10 and a method of reading out the latent 
image from the image recording medium 410. will be briefly 
described with reference to Figures 12A to 12D, hereinbelow. 
The recording/reading apparatus used is the same as that shown 
in Figure 2. In Figures 12 A to 12D, the support 108 is 
abbreviated. 

When a direct 'vol tage Ed is applied, between the recording 
light side electrode layer 101 and the reading light side 
electrode layer 105 from the power source 70, the recording 
light v side electrode layer 101 is negatively charged and the 
reading light side electrode layer 105 is positively charged 
as shown in Figure 12A, whereby a parallel electric field is 



established between the recording light side electrode layer 
101 and the reading light side electrode layer 105 in the image 
recording medium 410 . 

Immediately thereafter, CI in the surface area of the 
5 reading photoconductive layer 124 facing the blocking layer 
107 releases positive holes and a negative space-charge layer 
is formed. (Figure 12 B) Since the blocking layer 107 prevents 
the charge from moving into the negative space - charge layer 
from the reading light side electrode layer 106, the negative 
10 space-charge layer is stabilized. V . . 

Thereafter the object. 9 is uniformly exposed to the 
recording light LI from the recording light projecting means 
90. The part of the recording light LI passing through the' 
permeable part 9a of the object 9 impinges upon the recording 
15 photoconduc tive layer 102 through the recording light side 

electrode layer 101 . The part of the recording photoconductive : 
layer 102 exposed to the recording light LI generates pairs 
' of electron and positive hole according to the amount of the 
recording light LI to which the part is exposed and becomes 
20 conductive. (Figure 12C) 

The positive charge generated, in the recording 
• - ' • photoconductive layer 102 moves toward the recording light side ' 
electrode layer 101 at high speed and encounters the negative 
charge. of the recording light side electrode layer 101 at the 
25 interface of the recording photoconductive layer 102 and the 
recording light side electrode layer 101 to cancel each other 
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by recombination. The negative charge generated in the 
radio- conductive layer 102 moves toward the charge transfer 
layer 103. Since the charge transfer layer 103 behaves as a 
substantially insulating material to the electric charge of 
5 the latent image polarity (negative in this particular 
embodiment), the negative charge is stopped at the charge 
accumulating portion 123 formed on the interface of the recording 
photoconductive layer 102 and the charge transfer layer 103 
and is accumulated in the charge accumulating portion 123<. To 
. 10;; the contrast, the part of the recording photoconductive layer 
; 102 behind the impermeable part 9b of the object 9 is kept 
unchanged since the part is not exposed to the recording light 
■ ; Ll! (Figure 12C) 

, An electric field is formed , between the charge 
15 accumulating portion 123 in which the charge of the latent image 
polarity is accumulated, and the reading light side electrode 
,.' layer 105 according to the sum of thickness of the reading 

•photoconductive layer 104 and the charge transfer layer 103 
and the amount of the charge of the latent image polarity. 
20 Further an electric filed is formed between the negative 
space -charge layer and the reading light side electrode layer 
105, and the electric field. is locally enhanced in the negative 
space -charge layer. Figure 13 shows the relation between the 
depth (the distance from the incident surface of the reading 
25 light) and the strength of the electric field. As shown by 
! the solid line in Figure 13, the strength of the electric field. 



is increased toward, the incident surface of the- reading light 
in the negative space -charge layer since negative charge is 
uniformly distributed in a predetermined density in the negative 
space- charge layer. When the negative space-charge layer is 
5 not formed, a uniform average electric field is formed by the 
latent image polarity charge accumulated in the charge 
accumulating portion 123 arid the positive charge on the reading 
-light side electrode layer 105 as shown by the dashed line in 
Figure 13 ... 

10 Then' the recording light; side electrode layer 101 is 

grounded and the reading light side electrode layer 105 is 
connected to the detecting amplifier 91 of the current detecting 
circuit 90. Then; when the reading light projecting means 92 
1 causes the reading light L2 to scan the reading light side 

15 electrode layer 105/ the reading light L2 impinges upon the 
reading photoconduc tive layer 124 through the reading light 
side electrode layer 105 . The part of the photoconduc tive layer, 
124 exposed to the reading light L2 generates positive and 
. ■ . . , negative charged pairs and becomes conductive. 

20 Since the charge transfer layer 3 is conductive to the 

charge of the transfer polarity (the positive charge in this 
particular embodiment), the positive charge generated in the 
reading photoconductive layer 124 moves toward the charge 
accumulating portion 23 at high speed attracted by the negative 

25 charge therein and encounters the negative charge to cancel 
each other by recombination. At this time/ since the electric 



filed is strengthened in the negative space -charge layer between 
the reading photoconduc tive layer 124 and the blocking layer 
107, charged pair generating efficiency upon exposure to the 
reading light is increased. Accordingly, even if the amount 
of electrons accumulated in the charge accumulating portion 
123 is small and the electric field is weak (the amount of the 
recording light is small) , a sufficient charged pair generating 
efficiency can be obtained without increasing the intensity 
of the reading light . In order to effectively obtain the effect , 
it is preferred that the depth of the negative space- charge 
layer, that is, the thickness of the doped region be not larger 
than the depth of reading light absorption of the reading 
photoconduc tive layer 124 . 

The change in flow of the electric current in response 
to vanishment of the latent image polarity charge ;is detected 
by the current detecting circui t 80. Though the negative 
space-charge layer can be also formed in the part of the reading 
photoconduc tive layer opposed to the part of the recording 
photoconduc tive layer which is not exposed to the recording 
light and charged pairs can be generated upon exposure to the 
reading light, no current is detected since no electric field 
is formed between the charge accumulating portion 123 and the 
reading light side electrode layer 105 . 

Though, in the embodiments described above, the recording 
side electrode layer 101 and the reading light side electrode 
layer 105 are negatively and positively electrified 



respectively, they may be electrified in reverse polarities. 
Iri such a case, an electron transfer layer is employed as the 
charge transfer layer. In the case of the fifth embodiment, 
the reading photoconductive layer is doped with Na in place 

5 , Qf CI;. ■ ;" 

As the material of the recording photoconductive layer, 
lead oxide (II), lead iodide (II) or the like may be employed. 
Further, the charge transfer layer may be suitably formed of 
N- trinitrof luorenidene -aniline (TFNA) derivative, 

10 trinitrof luorenohe (TNF) /polyester; dispersed system, 
asymmetric diphenoquinohe derivative or the like. 

• The charge accumulating layer may be of a trap layer which 
traps the charge of the latent image polarity. 

The method of suppressing interf acial crystallization 

15 by doping the reading photoconductive layer of a-Se with As 
or by providing a blocking layer between the reading 
photoconductive layer and the reading light side electrode layer , 
can be applied to suppress interfacial crystallization at the 
interf ace between the recording light side electrpde layer and 

20 the recording photoconductive layer . Further , when a radiation 
passing through an object is once converted, to visible light 
by a phosphor layer and the visible light is projected onto 
the image recording medium, the recording light side electrode 
layer must be permeable to visible light. In such a case, a 

25 transparent oxide film must be used as the electrode layer, 
and accordingly, the present invention is useful. 



